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Description 

FIELD OF THE INVENTION 

s This invention relates to compositions containing an ethylene/pentene-1 copolymer, and a polyethylene or an a-ole- 

fin copolymer, and their use. The films prepared from the compositions according to the present invention have an 
excellent balance between Impact resistance and tear properties, and are particularly useful for packaging films. 

BACKGROUND OF THE INVENTION 

10 

Polyethylene prepared by the high-pressure process is known as one of polyolefin resins having relatively high 
transparency, and has been widely used for application in film or hollow container Speaking about the use of polyethylene 
in film, however, the high-pressure polyethylene, when molded into film by the air-cooled inflation process often used 
in common film formation, it becomes difficult to give the product having sufficient transparency, impact resistance and 

IS tear resistance. In light of the above-mentioned properties of high-pressure polyethylene, there has been proposed a 
process for the preparation of improved polyethylene copolymers free from such disadvantages by copolymerization of 
ethylene and other polymerizable monomers, for example, vinyl acetate. This process, however, undesirably brings 
about such problems that the film resulting from the ethylene copolymer prepared thereby decreases in mechanical 
strength and rigidity, or said film is liable to undergo blocking, thereby throwing hinderances In the way of the molding 

20 operation. 

By the way, a copolymer of ethylene and a-olefin of at least 3 carbon atoms prepared by using a Ziegler catalyst is 
known as a resin excellent in mechanical strength and having a density nearly equal to that of the high pressure-poly- 
ethylene. Generally, ethylene/a-olefin copolymers prepared by using a vanadium based catalyst as the Ziegler catalyst 
are low In melting point, hence heat resistance and mechanical strength comes into question. 

25 An ethyl ene/a-otef in copolymer prepared by using a mixture of a titanium based catalyst with an organoaluminum 

compound catalyst component as the Ziegler catalyst, on the other hand, is high in melting point and excellent in heat 
resistance in comparison with the above-mentioned ethylene/a-olefin copolymer prepared by using the vanadium based 
catalyst. However, when this ethylene/a-olefin copolymer prepared by using the above-mentioned mixture as the Ziegler 
catalyst contains, propylene of 3 carbon atoms or butene-1 of 4 carbon atoms as the a-olefin, the mechanical strength 

30 of said copolymer comes into question. On that account, the a-olefin used in this ethylene/a-olefin copolymer is selected 
from among a-olefin having at least 6 carbon atoms in order to obtain sufficient mechanical strength of the resulting 
copolymer. A film obtained from a copolymer of ethylene and a-olefin having at least 6 carbon atoms Is excellent in 
impact strength, however, has such problems that because of its tear strength higher than that required, the film does 
not tear easily and becomes poor in tear properties. 

35 The present inventors have already found that a resin having both excellent impact strength and appropriate tear 

strength, i.e. excellent tear properties, may be obtained by copolymerizing ethylene and pentene-1 of 5 carbon atoms 
using a titanium solid catalyst component and an organoaluminum compound catalyst component. 

It has been ascertained later on, however, that the resin thus obtained is inferior in melt tension and flow charac- 
teristics to the high-pressure low density polyethylene, and depending on the catalyst system used therefor, it becomes 

40 difficult to obtain a copolymer having good transparency. In the course of forming a film from a resin, when the resin is 
poor in flow characteristics and melt tension (hereinafter these properties are sometimes called "moldability" by com- 
bining them together) even when its original properties are excellent, the resulting film becomes poor in bubbling stability 
and the surface of the film is liable to wrinkle, and further it is difficult to thin the film. Similarly, in molding a hollow 
container, it is difficult to aim at speeding up of the molding operation. In either case, the use of a resin poor in moldability 

45 is not desirable. For improving flow characteristics of a resin, usually a melt index of the resin is increased, that is. a 
molecular weight of the resin is decreased. In this case, however, the resin thus treated becomes poor in melt tension 
and also decreases in impact strength, though the flow characteristics of the resin are improved. 

In order to solve the above-mentioned problems, It is also not impossible to try to improve the polymer in flow 
characteristics by widening a molecular weight distribution and/or a composition distribution of said polymer. The resin 

so thus treated, however, deteriorates in transparency as well as In impact resistance and becomes also sticky, though it 
certainly improves in flow characteristics. The resin thus obtained is also found to be poor in melt tension. 

Moreover, as the result of Investigating the characteristics of the ethylene/pentene-1 copolymer conducted by the 
present inventors, it has-been found that there is still a room for improving blocking resistance and heat sealing properties 
at low temperature among the chracteristrcs of the copolymer. 

55 

OBJECT OF THE INVENTION 

An object of the present Invention is to provide ethylene/pentene-1 copolymer compositbns having physk:al prop- 
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erties appropriate for materials for packaging films. 

Another object of the present Invention is to provide films composed of an ethylene/pentene-1 copolymer compo- 
sition as described above. 

5 SUMMARY OF THE INVENTION 

The first ethylene/pentene-1 copolymer composition of the present invention is characterized by containing 

(A) an ethylene/pentene-1 copolymer obtained by copolymerlzation of ethylene and pentene-1 , said ethylene/pen- 
10 tene-1 copolymer satisfying the following requisites (a) to (d): 

(a) A melt flow rate of the copolymer as measured according to ASTM D 1238E is 0.05 to 50 g/10 min, 

(b) a density of the copolymer as measured according to ASTM D 1505 is 0.88 to 0.94 g/cm^. 

(c) the copolymer contains 4 to 23% by weight of a structural unit derived from pentene-1 , and 

IS (d) in a film of 40 M.m in thickness obtained by cast film extrusion of the copolymer, a ratio (RS) of impact strength 

of the film to tear strength of the film in the take-off direction of the film satisfies the following formula: 

RS > -20log MFR - lOOOd + 968 
wherein MFR represents a melt flow rate of said polymer, and d represents a density of said copolymer, and 

20 (B) a high-pressure polyethylene in the ratio (A:B) of 99: 1 to 60:40 by weight. 

A second ethylene/pentene-1 copolymer composition according to the present invention comprises (A) the ethyl- 
ene/pentene-1 copolymer described above, and (C) a polyethylene having a density of greater than 0.935 in the ratio 
(A:C) of 99:1 to 60:40 by weight. 
25 A third ethylene/pentene-1 copolymer composition according to the present invention comprises (A) the ethyl- 

ene/pentene-1 copolymer described above, and (D) a low crystalline or amorphous a-olefin random copolymer other 
than ethylene/pentene-1 copolymer, prepared by copolymer izing at least two kinds of a-olefins in the ratio (A:D) of 99:1 
to 60:40. 

Furthermore, the films of the invention are formed from the first, second or third ethylene/pentene-1 copolymer 
30 composition as described above. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a DSC melt-peak pattern obtained by measuring under usual measuring conditions "an ultra-slowly cooled 
35 sample" of the ethylene/pentene-1 copolymer used in the present invention. 

Fig. 2 is a DSC melt-peak pattern obtained by measuring under usual measuring conditions a usuai-slowly cooled 
sample of the ethylene/pentene-1 copolymer used in the present invention. 



40 



DETAILED DESCRIPTION OF THE INVENTION 

The ethylene/pentene-1 copolymer compositions of the present invention are illustrated below in detail. 
Ethvlene/pentene-1 copolymer (A) 

45 The ethytene/pentene-1 copolymers (A) used in the invention are illustrated below in detail. 

The ethylene/pentene-1 copolymers used in the invention are random copolymers obtained by copolymerization of 
ethylene and pentene-1 . Such ethylene/pentene-1 copolymers as used in the invention may be prepared by various 
processes. As concrete examples of the ethylene/pentene-1 copolymers that can be used in the invention, there may 
be mentioned those obtained by three processes embodied according to the invention. The ethylene/pentene-1 copol- 

50 ymers obtained by the above-mentioned three embodiments are called, for convenience, the ethylene/pentene-1 co- 
polymers [I], [I I] and [III], respectively. In the present invention, however, there may be used not only the above-mentioned 
copolymers [i], [II] and [III] but also mixtures thereof or ethylene/pentene-1 copolymers obtained by processes other 
than the above-mentioned three processes. 

In the ethylene/pentene-1 copolymers [I], [11] and [III], small amounts of other a-olefins or polyenes in addition to 

55 ethylene and pentene-1 may be copolymerized. Examples of other a-olefins mentioned above include, for example, 
propylene, 2-methylpropylene, 1-butene. 1-hexene, 4-methyl-1-pentene, 3-methyl-1-pentene, 1 -octane, nonene-1, 
decene-1, undecene-1 and dodecene-1. Examples of the above-mentioned polyenes include butadiene, isoprene. 
1,4-hexadiene, dicyclopentadiene and 5-ethylidene-2-norbornene. 
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The ethylene/pentene-1 copolymers [I] are Illustrated below with respect to their physical properties, followed by 
illustration of the process for the preparation thereof. 

The ethylene/pentene-1 copolynners [I] used in the invention have a melt flow rate (MFR) of 0.05 to 50 g/10 min as 
measured according to ASTM D 1238E. When this MFR of the copolymer is less than 0.01 g/10 min, said coplymer 
5 deteriorates in moldability and the molded product such as a film obtained therefrom tends to decrease in transparency, 
while when MFR of the copolymer exceeds 100 g/10 min, said copolymer tends to decrease in mechanical strength. 

The ethylene/pentene-1 copolymers [I] used in the invention have a density of 0.88 to 0.94 g/cm^ as measured 
according to ASTM D 1 505. 

In the ethylene/pentene-1 copolymers [I] used in the invention, there are present the structural unit derived from 
10 pentene-1 in an amount of 4 to 23% by weight and especially 6 to 20% by weight, and the structural unit derived from 
ethylene in an amount of 75 to 99% by weight, preferably 77 to 96% by weight and especially 80 to 94% by weight. 

The ethylene/pentene-1 copolymers [I] may contain, as mentioned above, a structural unit derived from a-oelfins 
other than ethylene and pentene-1 in an amount of not more than 10% by weight, preferably not nrrare than 5% by weight 
and especially not more than 3% by weight. 
'5 The ratio (RS) of the impact strength of a film of 40 |am in thickness to tear strength therefor in the take-off direction 

is represented by the following formula [1], said film being obtained by cast film extrusion of the ethylene/pentene-1 
copolymer [1] having the above-mentioned properties. 

RS ^ -201og MFR - lOOOd + 968 [1] 
wherein MFR is the melt flow rate of the copolymer and d is a density of the copolymer, preferably 
20 RS^-20logMFR-1000d + 973 [V] 

and especially 

RS ^ -20log MFR - 1 0OOd + 975 [1 "]. 

When the ratio (RS) of the impact strength to the tear strength in the above-mentioned film is less than (20log MFR 
- lOOOd + 968), the film tends to be poor in tear properties, though It has a high impact strength, or the film tends to be 
25 poor in impact strength, though it has good tear properties. The film of 40 ^m in thickness used for the determination of 
the RS value is a film prepared from the ethylene/pentene-1 copolymer [I] under the following conditions. 

That is, the film was formed by means of a T-die film forming machine equipped with a 65 mmo extruder using a 
resin temperature at die of 220 to 240''C, a chill roll temperature of 30 to 40**C. a film forming rate of 20 to 40 m/min, 
and a draft ratio (film thickness/lip opening (mm)) of 0.05 to 0.07. 
30 The cast film of 40 |im in thickness obtained by processing the ethylene/pentene-1 copolymer [1] having the 

above-mentioned properties in the manner mentioned above has an impact strength of usually more than 1000 
kg-cm/cm, preferably more than 1200 kg-cm/cm. 

It is preferable that the tear strength (T^d) said film in the take-off direction and a melt flow rate (MFR) of the 
ethylene/pentene-1 copolymer fulfills the relationship therebetween represented by the following formula [2]. 

log T^^ <. -0.37log MFR -5. 1 d + 6.72 [2] 

wherein d represents a density of the copolymer, preferably 

log T^o < -0.37log MFR -5. 1 d + 6.65 [2'] 

and especially 

log T^jj < -0.37log MFR -5. 1d + 6.59 [2"]. 

Films excellent in impact strength as well as in tear properties can be obtained from the ethyiene/pentene-1 copol- 
ymers which fulfill the relationship represented by the above-mentioned formula [2] between the tear strength (T,^q) of 
the film and MFR. 

Pressed sheets of 2 mm in thickness obtained by molding the above-mentioned ethylene/pentene-1 copolymers 
according to ASTM D 1 928 have stress cracking resistance (SC resistance (ESCR) measured according to ASTM D 
1692, antakx:ks 10%, 50''C) of at least 10 hr and satisfy the relationship represented by the following formula [3-a]. 

50 ESCR S 0.7 X 1 0"^ (log 80 - log MFR)^ (0.952-d) [3-a] 

wherein 2.0 5 MFR < 50, and d is a density of the copolymer, preferably 

55 and especially 

Further, pressed sheets of 2 mm in thickness obtained by molding the ethylene/pentene-1 copolymers [t] according 



35 



45 



ESCR > 0.9 X lO"* (log 80 - log MFR)^ (0.952-d) [3'-a] 



ESCR ^ 1.1 X 10^* (log 80 - log MFR)^ (0.952-d) [3"-a]. 
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to ASTM D 1928 have stress cracking resistance (SC resistance (ESCR) measured according to ASTM D 1692, anta- 
tocks 10%. SO^'C) of at least 20 hr and satisfy the relationship represented by the following formula [3-b]. 

ESCR ^ 1 .4 X 1 0'* (log 40 - log MFR)^ (0.952-d) [3-b] 
wherein 1 .0 < MFR < 20. and d represents a density of the copolymer, preferably 

ESCR S 1.7 X lO"* (log 40 - log MFR)^ (0.952-d) [3*-b] 

and especially 

ESCR > 2.0 X 1 0^ (log 40 - log MFR)^ (0.952-d) [3-b]. 

Furthermore, pressed sheets of 2 mm in thickness obtained by molding the ethylene/pentene-1 copolymers [I] ac- 
cording to ASTM D 1928 have stress cracking resistance (SC resistance (ESCR) measured according to ASTM D 1692, 
antalocks 10%. eO'^C) of at least 50 hr and satisfy the relationship represented by the folbwing formula [3-c]. 

ESCR > 0.50 X 10* (log 100 - log MFR) (0.952-d) [3-c] 
wherein 0.1 < MFR ^ 5, and d represents a density of the copolymer, preferably 

ESCR ^ 0.65 X 10* (log 100 - log MFR) (0.952-d) [3'-c] 

and especially 

ESCR > 0.80 X 10* (log 100 - log MFR) (0.952-d) [3--c]. 

Moreover, it is preferable that the haze (HAZE) of the above-mentioned pressed sheets and the melt flow rate (MFR) 
of the ethylene/pentene-1 copolymers satisfy the relationship represented by the following formula [4]. 
25 log H AZE ^ 15d- 0.45 log MFR -12.23 [4] 

wherein d represents a density of the copolymer, preferably 

log HAZE < 15d - 0.45 log MFR - 12.26 [4'] 

and especially 

log HAZE < 15d - 0.45 log MFR - 12.30 [4"]. 
30 The pressed sheets of 0.1 mm in thickness used for the measurement of the above-mentioned physical properties 

were prepared from the ethylene/pentene-1 copolymers [I] according to ASTM D 1928. 
The measurement of H/^ZE was conducted according to ASTM D 1003. 

The ethylene/pentene-1 copolymers [I], the pressed sheets of which will satisfy the above-mentioned relationship 
between stress cracking resistance and haze in the manner mentioned above, are capable of giving molded articles 
35 which are transparent and which hardly cause environmental stress cracking, that is, the content leakage trouble hardly 
arises, when said copolymers are molded into articles by injection molding, rotary molding or inflation molding. 

The process for the preparation of the ethylene/pentene-1 copolymers [I] having the above-mentioned character- 
istics is illustrated hereinafter. 

The ethylene/pentene-1 copolymers [I] used in the invention may be prepared, for example, by copolymerization 
40 of ethylene and pentene-1 in the presence of such olefin polymerization catalysts as mentioned below. 

The olefin polymerization catalysts used for the preparation of the ethylene/pentene-1 copolymers [I] used in the 
invention are, for example those disclosed by the present applicant in Japanese Patent-L-O-P Publn. No. 811/1981. 
The discbsed olefin polymerization catalysts contain 



[A] a solid titanium catalyst component containing magnesium, titanium, halogen and an electron donors its essential 
ingredients obtained by bringing (i) a liquid magnesium compound having no reducing ability and (ii) a liquid titanium 
compound into contact; as they are, with each other in the presence of (iii) an electron donor having no active 
hydrogen, or by bringing said (i) and said (ii) into contact, as they are. with each other, followed by contact with said 
(iii), and 



[B] an organic compound catalyst component of a metal belonging to the Groups I to III of the periodic table. 

The magnesium compounds having no reducing ability referred to herein, that is, magnesium compounds having 
no magnesium-carbon bond or no magnesium hydrogen bond, which are used in the preparation of the solid titanium 
catalyst component [A] as mentioned above, may be those derived from magnesium compounds having reducing ability. 
Such magnesium compounds having no reducing ability as mentioned above include halogenated magnesium such as 
magnesium chbride, magnesium bromide, magnesium iodide or magnesium fluorkJe; 
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alkoxymagneslum halide such as methoxy magnesium chloride, ethoxymagnesium chloride, isopropoxy magne- 
sium chloride, butoxy magnesium chloride oroctoxy magnesium chloride; 

aryloxy magnesium halide such as phenoxy magnesium chloride or methylphenoxy magnesium chloride; 
alkoxy magnesium such as ethoxy magnesium, isopropoxy magnesium, butoxy magnesium, n-octoxy magnesium 
s or 2-ethylhexoxy magnesium; 

aryloxy magnesium such as phenoxy magnesium or dimethylphenoxy magnesium; and 
magnesium carboxylate such as magnesium laurate or magnesium stearate. 

The magnesium compounds having no reducing ability exemplified above may those derived from magnesium 
10 compounds having reducing ability or those derived at the time of preparation of catalyst component. The magnesium 
compounds having no reducing ability may be derived from the magnesium compounds having reducing ability, for 
example, by bringing said magnesium compounds having reducing ability into contact with potysiloxane compounds, 
halogen containing silane compounds, halogen containing aluminum compounds or compounds such as esters, alco- 
hols, etc. 

IS The magnesium compounds having reducing ability as referred to herein may include, for example, those having 

a megnesium-carbon bond or magnesium-hydrogen bond Concrete examples ot such magnesium compounds as hav- 
ing reducing ability include dimethylmagnesium, diethylmagnesium, dipropylmagnesium, dibutylmagnesium, diamyl- 
magnesium, dihexylmagnesium, didecylmagnesium. ethylmagneslum chloride, propylmagnesium chloride, butylmag- 
nesium chloride, hexylmegnesium chloride, amylmagnesium chloride, butyl ethoxy magnesium, ethyl butyl magnesium, 

20 octyl butyl magnesium, butylmagnesium halide, etc. 

Besides the above-exemplified magnesium compounds having reducing ability or having no reducing ability, the 
magnesium compounds used in the present invention may also be complex or composite compounds of the above-ex- 
emplified magnesium compounds with other metals, or mixtures thereof. Further, the magnesium compounds used 
herein may also be mixtures of two or more of these compounds as mentioned above. 

25 Of these magnesium compounds exemplified above, preferred are those having no reducing ability, particularly 

halogen containing magnesium compounds. Of the halogen containing magnesium compounds, preferred are magne- 
sium chloride, alkoxy magnesium chloride and aryloxy magnesium chloride. 

The liquid magnesium compound (i) use in the preparation of the solid titanium catalyst component [A] is suitably 
a solution of the magnesium compound having no reducing ability in a hydrocarbon solvent, electron donor or a mixture 

30 thereof in which said magnesium compound is soluble. The hydrocarbon solvent used for preparing the liquid magnesium 
compound mentioned above includes aliphatic hydrocarbons such as pentane, hexane, heptane, octane, decane, do- 
decane. tetradecane, kerosine, etc.; 

alicyclic hydrocarbons such as cyclopentane, methylcybpentane, cyclohexane, cyclooctane, cyclohexene, etc.; 
35 aromatic hydrocarbons such as benzene, toluene, xylene, ethylbenzene, cumene, cymene, etc.; and 

halogenated hydrocarbons such as dichloroethane, dichloropropane. trichcloroethylene. carbon tetrachloride, 
dichlorobenzene, etc. 



The solution of the magnesium compound in the hydrocarbon solvent as mentioned above may be obatined by 
various methods, though they vary according to the kind of the magnesium compound and of the solvent used, for 
example, a method in which the magnesium compound is mixed simply with the solvent, a method in which a mixture 
of the magnesium compound and the solvent is heated, and a method in which the magnesium compound is added to 
an electron donor in which said magnesium compound is soluble, for example, alcohol, aldehyde, amine or carboxylic 
acid, any mixture thereof, or said mixture with other electron donor, followed by heating if necessary. For example, when 
a halogen containing magnesium compound is dissolved in a hydrocarbon solvent, alcohol is used in an amount of more 
than 1 mole, preferably from about 1 to about 20 moles and especially form about 5 to about 1 2 moles per mole of the 
hatogen containing nrragnesium compound used, though the amount of alcohol used varies according to the kind and 
amount of the hydrocarbon solvent used and to the kind of the magnesium compound used. When aliphatic hydrocarbons 
and/or alicyclic hydrocarbons are used as the hydrocarbon solvents, alcohol is used in the proportion as defined above. 
In that case, it is particularly preferable to use alcohol of 6 or more carbon atoms in an amount of more than about 1 
mole, preferably more than about 1 .5 moles per mole of the halogen containing magnesium compound used, because 
the halogen containing magnesium compound can be solubilized by the use of a relatively small amount of the alcohol, 
and the resulting catalyst component is found to be high in catalytic activity. In that case, when alcohol of not more than 
5 carbon atoms Is used alone, it is necessary to use more than about 1 5 moles of the alcohol per mole of the halogen 
containing magnesium compound used, and the catalytic activity of the resulting catalyst component is inferior to that 
attained in the system mentioned above. On the one hand, when aromatic hydrocarbons are used as the hydrocarbon 
solvents, it is possible to solubilize the halogen containing magnesium compound by the use of alcohol in the amount 
as defined above, irrespective of the kind of alcohol used. 
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Contact between the halogen containing magnesiunn compound and alcohol is preferably effected in the hydrocar- 
bon solvent at a temperature of usually above room temperature and, according to the kind of the hydrocarbon solvent 
used, at a temperature of higher than about 65° C, preferably about 80 to about 300**C and especially about 1 00 to about 
. 200° C for a period of from 1 5 minutes to 5 hours, preferably from 30 minutes to 2 hours. Preferred alcohols having not 
5 less than 6 carbon atoms include, for example, aliphatic alcohols such as 2-methylpentanol, 2-ehylbutanol, n-heptanol, 
n-octanol. 2-ethyhexanol, decanol, dodecanol, tetradecyl alocohol, undecenot, oleyl alcohol and stearyl alcohol; 

aromatic alcohols such as benyl alcohol, methylbenzyl alcohol, isopropylbenzyl alcohol, a-methylbenzyl alcohol 
and a,a-dimethylbenzyl alcohol; 
10 and aliphatic alcohols containing alkoxy group such as n-butyl cellosolve or 1 -butoxy-2-propanpl. 

Examples of other ateohols include those having not more than 5 carbon atoms such as methanol, ethanol, propanol, 
butanol. ethylene glycol and methylcarbitol. 

When carboxylic acid is used, preferred are organic carboxylic acid having not less than 7 carbon atoms, for example, 
IS capric acid, 2-ethylhexanonic acid, undecylenic acid, nonylic acid and octanic acid. 

When aldehyde is used, preferred are those having not less than 7 carbon atoms, for example, capric aldehyde, 
2-ethylhexyl aldehyde and undecylic aldehyde. 

When amine is used, preferred are those having not less than 6 carbon atoms, for example, heptylamine. octylamlne. 
nonylamine, decylamine, laurylamine, undecylamine and 2-ethylhexylamine. When the carboxylic acids, aldehydes or 
20 amines exemplified above are used, a preferred amount thereof and a preferred temperature used therefor are practically 
the same as those emptoyed in the case of the alcohols. 

Examples of other electron donors which can be used in combination with the above-mentioned magnesium com- 
pound-solubilizing donors are organic acid esters, organic acid halides. organic acid anhydrides, ethers, ketones, tertiary 
amines, phosphorous acid esters, phosphoric acid esters, phosphoric acid amides, carboxylic acid amides, nitriles, etc. 
25 Concrete examples of these electron donors are those similar to the electron donors (iii) having no active hydrogen as 
will be mentioned later. 

The above-mentioned solution of the magnesium compound in hydrocarbon con also be formed by dissolving in 
the hydrocarbon other magnesium compound or magnesium metal convertible into the above-mentioned magnesium 
compound while converting said other magnesium compound or metal into the above-mentioned magnesium compound. 

30 For example, the solution of a halogen containing magnesium compound having no reducing ability in hydrocarbon can 
be formed by dissolving or suspending a magnesium compound having such a group as alkyl, alkoxy, aryloxy, acyl, 
amino or hydroxy, magnesium oxide or magnesium metal in a hydrocarbon solvent having dissolved therein the 
above-mentioned ateohol, amine, aldehyde or carboxylic acid while halogenating said magnesium compound, magne* 
slum oxide or magnesium metal with a halogenation agent such as hydrogen halide, silicone haiide or halogen. Fur- 

35 thermore, a magnesium compound having no reducing ability can be solubilized in a hydrocarbon solvent by treatment 
with a compound capable of extinction of reducing ability, such as alcohol, ketone, ester, ether, acid halide, silanol or 
siloxane, of Grinard reagent, dialkylmagnesium, magnesium hydride or a complex compound thereof with other orga- 
nometallic compound, for example, such magnesium compound having reducing ability as represented by the formula: 

40 Ma Mg^ R\ X, Y3 

wherein M represents aluminum, zinc, boron or beryllium atom, and each represent hydrocarbon radical, X and 
Y each represent the group OR^. OSiR^RSRS NR^RS or SR^ in which R3 R^, R5, R6, r7 and R^ each represent hydrogen 
or hydrocarbon radical and R^ represents hydrocarbon radical, a, b>0. p, q, r, s>0, b/a>0.5, and when the number of 
valences of M is taken as m, the equation p+q+r+s=ma+2b is satisfied and the relation 0<(r+s)/(a+b)<1 .0 is established. 

45 I n preparing the aforementioned catalyst, it is essential to use the magnesium compound having no reducing ability, 

but this does not mean that a combination use of the magnesium compound having reducing ability should totally be 
excluded in that case. In many cases, however, the combination use of the magnesium compound having reducing 
ability in large amounts is found to be unfavorable. 

It is also possible to use a solution of electron donors as a solvent for the magnesium compound. Preferred examples 

so of such electron donors as used for this purpose are alcohol, amine, aldehyde and carboxylic acids as exemplified 
previously, and alcohol is preferred in particular. Examples of other electron donors are phenol, ketone, ester, ether, 
amide, acid anhydride, acid halide, nitrile, isocyanate, etc. The magnesium compound may be dissolved in such an 
electron donor solution as mentioned above under the conditions corresponding generally to those employed in the 
case of dissolving the magnesium compound in the hydrocarbon solvent using the electron donor as mentioned previ- 

55 ously. Generally, however, in this case the system must be maintained at high temperatures and, therefore, from the 
viewpoint of preparing catalysts, the use of the solution of the magnesium compound in hydrocarbon is better than that 
of the solution of the magnesium compound in electron donor to obtain the catalysts of high performance with case. 
The titanium compound (II) used in the preparation of the solid titanium catalyst component [A] includes, for example, 
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tetravalent titanium compounds represented by the formula Ti(OR)gX4.g (wherein R is a hydrocarbon radical, X is hal- 
ogen, and 0<g^4). More particularly, these titanium compounds include titanium tetrahalides such as TiCU, TIBr4 and 
TiU; alkoxytitanium trihalldes such as Ti(OCH3)Cl3, Ti(OC2H5)Cl3, Ti(0-n-C4H9)Cl3. Ti(OC2H5)Br3 and Ti(0-iso-C4H9) 
Btq, dialkoxydihalides such as Ti(OCH3)2Cl2. Ti(OCH2H5)2CI, Ti(0-n-C4H9)2CI and Ti(OC2H5)2Br2: trial koxytitanium 
5 monohalides such as Ti(OCH3)3CI. Ti(OC2H5)3CI. Ti(0-n-C4Hg)3CI and Ti(OC2H5)3Br; and tetraalkoxytitanium such as 
Ti(OCH3)4, Tl(OC2H5)4, Ti(0 n-C4H9)4, Ti(0-iso-C4H9)4 and Ti(0-2-ethylhexyl)4. 

Of these titanium compounds exemplified above, preferred are halogen containing titanium compounds, in particular, 
titanium tetrahalides and especially titanium tetrachloride. These titanium compounds may be used either singly or in 
admixture of two or more, and also they may be diluted, before use. with hydrocartx^n compounds or halogenated 
10 hydrocarbon compounds. 

The electron donor (iii) having no active hydrogen used in the preparation of the solid titanium catalyst component 
[A] includes organic acid esters, organic acid halides, organic acid anhydrides, ethers, ketones, tertiary amines, phos- 
phorous acrci esters, phosphoric acid esters, phosphoric acid amides, carboxylic acid amides, nitriles, etc. Concrete 
examples of such electron donors as mentioned above include: 

IS 

ketones of 3-15 carbon atoms such as acetone, methyl ethyl ketone, methyl isobutyl ketone, acetophenone, ben- 
zophenone and benzoquinone; 

aldehydes of 2-15 carbon atoms such as acetaldehyde, propionaldehyde, octylaldehyde, benzaldehyde, toluylal- 
dehyde and naphthoaldehyde; 

20 organic acid esters of 2-30 carbon atoms such as methy fomnate, methyl acetate, ethyl acetate, vinyl acetate, propyl 

acetate, octyl acetate, cyclohexyl acetate, ethyl propionate, methyl butyrate, ethyl valerate, methyl chloroacetate, 
ethyl dichloroacetate, methyl methacrylate, ethyl crotonate, ethyl cyclohexanecarboxylate. methyl benzoate, ethyl 
benzoate, propyl benzoate, butyl benzoate, octyl benzoate, cyclohexyl benzoate, phenyl benzoate, benzyl ben- 
zoate. methyl toluylate, ethyl toluylate, amyl toluylate, ethyl ethylbenzoate, methyl anisate. n-butyl maieate. 

25 diisobutyl methylmalonate, di-n-hexyl dicyclohexenedicarboxylate, diethyl nadate, diisopropyl tetrahydrophthalate, 

di-n-butyl phthalate, di-2-ethylhexyl phthalate. y-butyrolactone, 6-valerolactone. coumarin phthalide and ethylene 
carbonate; 

acid halides of 2-15 carbon atoms such as acetyl chloride, benzoyl chloride, toluylic acki chk>ride and anisic acid 
chloride; 

30 ethers and diethers each having 2-20 carbon atoms such as methyl ether, ethyl ether, isopropyl ether, butyl ether, 

amyl ether, tetrahydrofuran, anisole and diphenyl ether epoxy-p-methane, 
ackJ amides such as acetamide, benzamide and toluylic acid amide; 

amines such as methylamine, ethylamine, diethylamine, tributylamine, piperidine, tribenzylamine, aniline, pyridine, 
picoline and tetramethylenediamine; and 

35 nitriles such as acetonitrile, benzonitrile and tolunitrile. These electron donors as exemplified above may be used 

either singly or in combination of two or more. Of these electron donors, preferred are organic acid esters particularly 
aromatic carboxylic acid esters. It is not always necessary to use these electron donors as starting substances, and 
they can also be formed in the course of a process for the preparation of the solid titanium catalyst component [A]. 
These electron donors may also be used in the form of addition compound or complex compound with other com- 

^ pounds. 



The solid titanium catalyst component [A] can be obtained (a) by bringing the above-mentioned liquid magnesium 
compound (i) having no reducing ability into contact with the liquid titanium compound (ii) in the presence of the electron 
donor (iii) having no active hydrogen. 
45 This solid titanium catalyst component [A] may also be obtained (b) by bringing the above-mentioned (i) into contact 

with the above-mentioned (ii), followed by contact with the above-mentioned (Iii). 

In the procedure (a) mentioned above, when an electron donor has been contained in the above-mentioned (i) 
and/or the above-mentioned (ii), no further addition of the electron donor (iii) is necessary when said (i) and (ii) are 
brought into contact with each other. However, it is also possible to add in advance the electron donor (iii) in the (i) and/or 
so the (ii), and said (i) and (ii) are brought into contact with each other while further adding the (iii) thereto. 

The electron donor (iii) may be contained in the liquid magnesium compound (i) by simply mixing it with the solution 
of said magnesium compound, or by previously adding said electron donor (iii) in advance to the solvent in which the 
magnesium compound is dissolved. 

For example, a hydrocarbon solution containing an alkylmagnesium compound having reducing ability, the reducing 
55 ability of which has been disappeared by the addition of excess electron donor having no active hydrogen or reduced 
the reducing ability by the addition of a mixture of an electron donor having active hydrogen and an electron donor 
having no active hydrogen, is solubilized in a hydrocarbon solvent by the procedure as mentioned previously. It is also 
possible in that case that instead of using the electron donor (iii) itself from the start, a compound capable of converting 
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into the electron donor (iii) is used and allowed to undergo reaction in situ to form said electron donor (iii). 

The amount of the electron donor (ill) used is 0.01-10 moles, preferably 0.01-1 mole and especially 0.1-0.5 mole 
per mole of the magnesium compound used. Even when the electron donor Is used in large amounts, the solid catalyst 
component of high performance is obtained if the amount of the titanium compound used is controlled, but the use of 

s the electron donor (iii) in such proportion as defined above. 

The titanium compound in a liquid state (under contact conditions) is a liquid titanium compound in itself or a solution 
of the titanium compound in hydrocarbon. The electron donor (ill) or a compound capable of converting into the electron 
donor (Iii) In a process of reaction may be contained in this liquid titanium compound. In this case, however, it is preferable 
to use the titanium compound in large amount so that a free titanium compound which does not form a complex compound 

10 with the electron donor (iii) is present in the system. That is. it is desirable to use the titanium compound in an amount, 
based on 1 mole of the electron donor (iii), in excess of 1 mole, preferably in the proportion of more than 5 moles. The 
amount of the titanium compound used must be sufficient for forming a solid product thereof on contact without applying 
a special separation means, and accordingly when the amount of the titanium compound used is small, no precipitation 
occur by the contact between the two. The amount of the titanium compound to be used, though it varies according to 

15 the kind thereof, contact conditions employed or to the amount of the electron donor used, is more than about 1 mole, 
usually from about 5 to about 200 moles and preferably from about 10 to about 100 moles. The titanium compound is 
preferably used in an amount, based on 1 mole of the electron donor (iii), of more than about 1 mole, preferably more 
than about 5 moles. 

In preparing the solid titanium catalyst component [A], the liquid magnesium compound (i) having no reducing ability 

20 and the liquid titanium compound are brought into contact with each other by any of the aforementioned procedures for 
mixing the magnesium compound with the liquid titanium compound. In this case, the resulting solid titanium catalyst 
component sometimes varies in shape or size according to the contact conditions employed. Of the procedures as 
aforementioned, preferred is a procedure wherein the liquid titanium compound and the liquid magnesium compound 
are mixed together at such a sufficiently low temperature that a solid product is not formed rapidly by the contact between 

2S the two compounds, and the temperature is then elevated so that the solid product is formed gradually. According to 
this procedure, it Is easy to obtain a granular solid catalyst component relatively large in particle diameter or a spherical 
solid catalyst component. In this procedure, moreover, when an appropriate amount of the electron donor (iii) having no 
active hydrogen is allowed to present in the system, there is obtained a granular or spherical solid catalyst component 
further improved in particle size distribution. The polymer obtained by the use of a catalyst containing such solid titanium 

30 catalyst component as mentioned above is granular or spherical In shape, large in particle size distribution and bulk 
density, and favorable in flowability. The term granular used herein is intended to mean the shape of a solid product as 
if it were formed by agglomeration of fine particles when viewed from an enlarged photograph thereof. According to the 
process for preparing the solid catalyst component employed, there can be obtained solid catalyst components in the 
shape of form granules having rugged surface to a true sphere. 

35 The temperature at which the liquid titan iurti compound and the liquid magnesium compound are brought into contact 

with each other is, for example, a temperature of from about -70" to about +200"C. In this case, the two liquid compounds 
to be brought into contact with each other may be different in temperature from each other. Generally, the solid catalyst 
component having a favorable shape of granule or sphere and having a high performance is obtained in most cases by 
the aforementioned procedure wherein the liquid titanium compound and the liquid magnesium compound are brought 

40 into contact with each other at a relatively low temperature, for example, a temperature of from -70'' to +50°C. In this 
case, the solid product will not be separated by the contact of the two compounds when the contact temperature is low. 
In such a case, the solid product is allowed to separate by reaction at a temperature elevated to about 50° to about 
150**C, or by prolonging the contact time. The solid product thus separated is desirably washed at least one time at a 
temperature of from about 50° to about 1 50°C with a liquid titanium compound, preferably excess titanium tetrachloride. 

45 Thereafter, the solid titanium catalyst component thus obtained is usually washed with hydrocarbon and then used in 
the preparation of the olefin polymerization catalyst of the present invention. 

This procedure is an excellent procedure since the solid catalyst component having high performance is obtained 
by simple operation. 

In the aforementioned procedure (b). the solid titanium catalyst component [A] is prepared in the following manner. 
so A suspension containing a solid product is obtained by bringing the liquid magnesium compound into contact with 

the liquid titanium compound under the same conditions as employed in the procedure (a) mentioned previously. Gen- 
erally, the electron donor (iii) is added to the suspension and allowed to react therewith at a temperature, for example, 
from about 0° to about 150°C. The amount of the electron donor (iii) used in this case is the same as that used in the 
procedure (a). 

ss Furthermore, the above-mentioned procedure (b) may also be used in combination with the procedure (a). According 

to this combined procedure, the shape and particle diameter of the resulting solid product can be adjusted to as desired 
by virtue of the procedure (a), and the micro-adjustment control of the resulting catalyst component can be made. In 
one embodiment of this combined procedure, the Iquid magnesium compound and the liquid titanium compound are 
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brought into contact with each other in the coexistence of the electron donor (iii) to separate the solid product, and the 
thus separated solid product is further brought into contact with the electron donor (iii). 

The solid titanium catalyst component [A] obtained by each procedure as mentioned above is thoroughly washed 
with and used for the preparation of the olefin polymerization catalyst of the present invention. 

The solid titanium catalyst component [A] thus obtained desirably has a magnesium/titanium (atomic ratio) of usually 
about 2-1 00, preferably about 4-50 and especially about 5 to about 30. a halogenAitanium (atomic ratio) of usually about 
4-100, preferably 5-90 and especially from about 8 to about 50, and an electron donor/titanium (molar ratio) of usually 
about 0.01-100. preferably from about 0.2 to about 10 and especially about 0.4 to about 6. 

As mentioned previously, this solid titanium catalyst component, in most cases, is granular or almost spherical in 
shape, and has a specific surface area of usually about more than 10 m^/g. preferably 100-1000 m^/g. 

The organometallic compound catalyst component [B] is illustrated hereinafter. 

Examples of the organoaluminum compound catalyst component [B] of a metal belonging to Group 1 to III in the 
periodic table include compounds having at least one Al-carbon bond in the molecular, for example, organoaluminum 
compounds represented by the following formula (i) 

R^„AI(OR2)„HpX^ (i) 

wherein R1 and R2 may be the same or different and represent independently a hydrocarbon group having normally 1 
to 1 5 carbon atoms, preferably 1 to 4 carbon atoms; X is halogen; and m, n, p and q are numbers satisfying 0 < m ^ 3, 
0^n<3, 0^p<3, 0^q<3 and m + n + p + q = 3; 

complex alkyi compounds of aluminum with Group I metals of the periodic table, represented by the folbwing formula 

(ii) 

mV|r\ (ii) 

wherein is Li, Na or K and R"* is as defined aixjve; and 

dialkyl compounds of Group II or ill metals represented by the following formula 

R^R^M^ (3) 

wherein Ri and R2 are as defined above, and is Mg, Zn or Cd. 

Examples of the organoaluminum compounds having the formula (1 ) include: 

compounds having the general formula of Ri„AI(OR2)3.^ wherein R^ and R2 are as defined above, and m is a 
number preferably satisfying 1 .5 5 m ^ 3; 

compounds having the general formula of R'^AIXq.^ wherein R"* and X are as defined above, and m is a number 
preferably satisfying 0 < m < 3; 

compounds having the general formula of R^mAIH3.^ wherein R1 is as defined above, and m is a number preferably 

satisfying 2 < m < 3; and 

compounds having the general formula of Ri^AI(OR2)^ wherein R^, R2 and X are as defined above, and m, n 
and q are numbers satisfying 0<m<3, 0<n<3. 0<q<3 and m + n + q = 3. 

Concrete examples of the aluminum compounds having the formula (1) include 

trialkylaluminum compounds such as triethylaluminum and tributylaluminum; 
trialkenylaluminum compounds such as triisoprenylaluminum; 

dialkylaluminum alkoxides such as diethylaluminum ethoxide and dibutytaluminum butoxide; 
atkylaluminum sesquialkoxides such as ethylaluminum sesquiethoxide and butylaluminum sesquibutoxide; 
partially alkoxylated alkylaluminum compounds such as those having an average composition represented by, for 
example, the formula of R^2.5AI(OR2)q 5; 

dialkylaluminum halides such as diethylaluminum chloride, dibutylaluminum chloride and diethylaluminum bromide; 
alkylaluminum sesquihalides such as ethylaluminum sesquichloride, butylaluminum sesquichloride and ethylalumi- 
num sesquibromide; 

partially halogenated alkylaluminum compounds such as alkylaluminum dihalides such as ethylaluminum dichloride, 
propylaluminum dichloride and butylaluminum dibromide; 

dialkylaluminum hydrides such as diethylaluminum hydride and dibutylaluminum hydride; 

partially hydrogenated alkylaluminum compounds such as alkylaluminum dihydride. for example, ethylaluminum 

dihydride and propylaluminum dihydride; and 

partially alkoxylated and halogenated alkylaluminum compounds such as ethylaluminum ethoxychloride, butylalu- 
minum butoxychloride and ethylaluminum ethoxybromide. 
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Furthermore, the organoaluminum compounds similar to the above-mentioned compounds represented by formula 
(i) include organoaluminum compounds in which two or more aluminum atoms are bonded together via, for example, 
an oxygen atom or a nitrogen atom. Concrete examples of such compounds are as follows: 

(C2H5)2AIOAI(C2H5)2. 
(C^H9)2AIOAI(C^Hg)2. 

and 

(C2H5) 2AlNAi (C2H5) 2, 



C2H5 

and methylaluminoxane. 
IS Examples of the organoaluminum compounds having the formula (ii) include 

LiAI(C2H5)4, 

and 

LiAI(C7Hi5)4. 

Among the above-exemplified compounds, particularly preferred are trialkylaluminum compounds and alkylalumi- 
20 num compounds in which two or more aluminum compounds are bonded together. 

Examples of the compound represented by the above-mentioned formula (3) are diethylzinc and diethylmagnesium. 
Further, alkylmagnesium hatides such as ethylmagnesium chloride is also usable. 

Of the compounds represented by the above-mentioned formulas (1 ), (2) and (3), respectively, particularly preferred 
are trialkylaluminum, alkylaluminum halldes or mixtures thereof. 
2S Polymerization of olefin with the olefin polymerization catalyst containing the above-mentioned components [A] and 

[B] In the present invention is not limited only to copolymerization of ethylene and pentene-1 , but It also includes copo- 
lymerlzatlon of three or more components, for example, ethylene, pentene-1 and small amounts of other aoleflns or 
polyenes copolymerizable therewith. The other a-olefins usable in this copolymerization include, for example, 2-meth- 
ylpropylene, 1-butene, 1-hexene, 4-methyl-1-pentene, 3-methyl-1-pentene, 1-octene. 1-nonene, 1-decene, 1-un- 
30 decene, and 1-dodecene. Further, the polyenes include, for example, butadiene, isoprene, 1 ,4-hexadiene, dicyclopen- 
tadiene and 5-ethylldene-2-norbornene. 

The ethylene/pentene-1 copolymers [I] used in the present invention may be prepared using the above-mentioned 
catalysts by vapor phase polymerization as may be mentioned below. 

The vapor phase polymerization of ethylene and pentene-1 is carried out using a polymerizer equipped with a 
35 fluldized bed reactor or a stirring fluidized bed reactor In this case, the solid titanium catalyst component [A] is used, as 
it is, or used as a suspension thereof in a hydrocarbon medium or olefin, and the organometalllc compound catalyst 
component [B], either diluted or not diluted, is fed to the polymerization system. 

Further, the molecular weight of the resulting polymer can be modified by the addition of hydrogen to the polymer- 
ization system. 

40 In the present invention, it Is preferable to use a pre- polymerized catalyst. In carrying out the pre-polymerizatlon, 

the above-mentioned electron donor catalyst component may be present in the system In addition to the above-men- 
tioned catalyst component [A] and organometalllc compound catalyst component [B]. In that case, the electron donor 
catalyst component may be used In an amount, based on 1 gram atom of titanium of the titanium catalyst component 
[A], of 0.01-30 moles, preferably 0.1-10 moles and especially 0.5-5 moles. In the pre-polymerization. a-olefin of 2-10 

45 carbon atoms is pre-polymerized in an inert hydrocarbon solvent, using a liquid monomer as a solvent or without using 
any solvent. It is preferable, however, to carry out the pre-polymerization in the inert hydrocarbon solvent. 

The amount of the a-olefin polymer resulting from the pre-polymerizatk)n is, based on 1 g of the titanium catalyst 
component, 0.5-5000 g, preferably 1-1000 g and especially 3-200 g. 

The inert hydrocarbon solvent used in the pre-polymerization Includes aliphatic hydrocarbons such as propane, 

so butane, n-pentane, isopentane, n-hexane, isohexane, n-heptane, n-octane, Isooctane, n-decane, n-dodecane and ker- 
osine; allcycllc hydrocarbons such as cyclopentane, methylcyclopentane, cyclohexane and methylcyclohexane; aro- 
matic hydrocarbons such as benzene, toluene and xylene; and halogenated hydrocarbons such as methylene chloride, 
ethyl chloride, ethylene chloride and chlorobenzene, and of these hydrocarbons exemplified above, preferred are aliphat- 
ic hydrocarbons, particularly those of 3-10 carbon atoms. 

55 In the case where a non-active solvent or liquid monomer is used in the pre-polymerization, the amount of the 

titanium catalyst component {A] is, in the term of titanium atom, 0.001 to 500 mmol, preferably 0.005 to 200 mmol per 
1 liter solvent, and the organometaltic compound catalyst component [B] is used in an amount that Al/Ti (atomic ratio) 
of 0.5 to 500, preferably 1 .0 to 50. and especially 2.0 to 20. 
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The a-olefm used in the pre-polymerlzation includes those of not more than 10 carbon atoms such as ethylene, 
propylene, 1 -butene, 1 -pentene, 4-methyl-1 -pentene, 3-methyl-1 -pentene, 1 -heptene, 1 -octene and 1 -decene. Of these 
a-olefins, preferred is ethylene. In carrying out the pre-polymerization, these a-olefins may be homopolymerized on the 
catalyst component or may be copolymerized thereon so long as the polymer to be prepared using this pre-copolymerized 
5 catalyst component is a crystalline polymer. 

The polymerization temperature employed in the pre-polymerization varies according to the kind of a-olefin used 
or to the kind of an inert hydrocarbon solvent used, and cannot be defined indiscriminately. Generally, however, the 
polymerization temperature is from -40* to 80*C, preferably from -20' to 40'*C and especially from -10" to 30'C. 

In the pre-polymerization, hydrogen may coexist with the polymerization system. 
10 In the process mentioned above, copolymerization of ethylene and pentene-1 is carried out using preferably the 

pre-polymerized catalyst as mentioned above. In the copolymerization of ethylene and pentene-1 , the ethylene/pen- 
tene-1 copolymer [I] is prepared so as to amount to 1,000-100,000 g, preferably 2.000-50,000 g and especially 
3,000-30,000 g per 1 gram of the titanium catalyst component [A] contained in the aforesakl catalyst on which a-olefin 
has been pre-polymerized. 

IS The amount, based on 1 gram atom of titanium in the titanium catalyst component [A], of the organometallic com- 

pound catalyst component [B] used in the pre-polymerized catalyst is 1-1000 moles, preferably 3-500 moles and espe- 
cially 5-100 moles. In that case, other compounds such as an electron donor catalyst component may be used, and the 
amount, based on 1 gram atom of the metallic atom in the organometallic compound component [B], of the electron 
donor catalyst component Is not more than 1 00 moles, preferably not more than 1 mole and especially from 0.001 to 

20 0.1 mole. 

In the copolymerizatbn mentioned above, the polymerization temperature employed is 20-1 30'C, preferably 
50-120*C and especially 70-1 10'C, and the polymerizatbn pressure is 1-50 kg/cm^, preferably 2-30 kg/cm2 and espe- 
cially 5-20 kg/cm2. Further, an inert gas such as methane, ethane, propane, butane or nitrogen may suitably injected 
Into the polymerization system so as to maintain a vaporous condition inside the system. 

ss In the process of polymerization mentioned above, the polymerization may be carried out by any of the batch wise, 

semi-continuous and continuous methods. 

Ethylene/pentene-1 copolymers used in the invention include not only the ethylene/pentene-1 copolymers [I] ob- 
tained by the above-mentioned process but also ethylene/pentene-1 copolymers obtained by processes other than the 
above-mentioned process or mixtures thereof. The ethylene/pentene-1 copolymers obtained by the other processes 

30 are illustrated below. 

The ethylene/pentene-1 copolymer used in the invention is heated up to 200**C to a molten state, and the melt Is 
cooled at a cooling rate of 10**C/min and crystallized to obtain a sheet of 0.5 mm in thickness as a sample. The sample 
is then heated from lO'C up to 200** C at a heating rate of lO'^C by means of DSC to obtain a DSC melt-peak pattern 
having three melt peaks (Fig. 2). In contrast thereto, the ethylene/pentene-1 copolymer used in the invention is heated 

35 up to 200"C to a molten state, and the melt is ultra-slowly cooled down to 50**C at a cooling rate of 0.31 'C and crystallized 
to obtain a sheet of 0.5 mm in thickness as a sample (hereinafter the sample thus obtained is called "the ultra-slowly 
cooled sample"). The sample is then heated from 10°C up to 200°C at a heating rate of 10°C/min by means of DSC to 
obtain a DSC melt-peak pattern. The DSC melt-peak pattern of the ultra-slowly cooled sample has two melt-peaks, 
wherein the ratio of Hh/HI (Hh is a peak height on the higher temperature side and HI is a peak height on the tower 

40 temperature side) and the density d of the copolymer satisfy the following formula (Fig. 1). 

0 < Hh/HI < 80d - 69.0 

Of the ethylene/pentene-1 copolymers having such DSC characteristics as mentioned above, the copolymers (here- 
inafter called the ethylene/pentene-1 copolymers [IIJ) in which the Hh/HI ratio satisfies 

60d - 52.0 < Hh/HI < 80d - 69.0, 
45 and the copolymers (hereinafter called the ethylene/pentene-1 copolymers [II]) in which the Hh/HI ratio satisfies 

0 < Hh/HI < SOd - 52.0 

may be prepared selectively by suitably selecting the reaction conditions or the catalysts used therefor. 

Accordingly, in the preparation of the ethylene/pentene-1 copolymer compositions of the present invention, the use 
of the ethylene/pentene-1 copolymers [I] obtained by the process mentioned previously, or the use of ethylene/pentene-1 
so copolymers [II] or [III] obtained by the processes as will be mentioned later can suitably selected according to the pur- 
poses for which the compositions of the invention are used or depending upon the economical requirement, and these 
copolymers may be used in combination if desired. 

The ethylene/pentene-1 copolymers [II] may be prepared by the so-called "vapor phase polymerization", and the 
ethylene/pentene-1 copolymers [III] may be prepared by the so-called "solution polymerization". 
ss Illustrated below in detail are the ethylene/pentene-1 copolymers [11], and illustration in detail of the ethylene/pen- 

tene-1 copolymers [III] will follow. 

The ethylene/pentene-1 copolymers [II] may also be further copolymerized with the same a-olefins or polyenes 
other than ethylene and pentene-1 as used in the aforementioned ethylene/pentene-1 copolymers [1]. 
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The ethylene/pentene-1 copolymers [II] have a melt flow rate (MFR) of 0.01 to 100 g/10 min, preferably 0.05 to 50 
g/10 min. If this MFR of the copolymer is less than 0.01 g/10 min, said copolymer tends to deteriorate in moldablity, and 
molded articles, such as a film, obtained form the copolymer tend to deteriorate in transparency. Id this MFR of the 
copolymer exceeds 100 g/10 min. said copolymer tends to deteriorate in mechanical strength. 
s The ethylene/pentene-1 copolymers [11] have a density of 0.88 to 0.95 g/cm^, preferably 0.89 to 0.94 g/cm^. 

The ethyIene/pentene-1 copolymers [II] contain 2 to 25% by weight, preferably 4 to 23% by weight and especially 
6 to 20% by weight of a stuctural unit derived from pentene-1 and 75 to 98% by weight, preferably 77 to 96% by weight 
and especially 80 to 94% by weight of a structural unit derived from ethylene. 

The ethylene/pentene-1 copolymers [II] may further contain, as mentioned previously, not more than 10% by weight, 
10 preferably not more than 5% by weight and especially not more than 3% by weight of a structural unit derived from one 
of a-olefins other than ethylene and pentene-1 . 

Furthermore, the Hh/HI ratio measured from the DSC melt-peak pattern of 'the ultra-slowly cooled sample" of the 
ethylene/pentene-1 copolymer [II] and the density d of said copolymer [II] satisfy the following fomnula. 

60d - 52.0 < Hh/HI < 80d - 69.0 [5], 

IS Preferably, 

60d - 52.0 < Hh/HI < 80d - 69.1 [5']. 

especially, 

60d - 51 .9 < Hh/HI < 80d - 69.2 [5"] 
wherein Hh represents a peak height on the higher temperature side, HI represents a peak height on the lower temper- 
20 ature side, and d is the density of the copolymer. 

The ratio (RS) of the impact strength of a film of 40 ^m in thickness to the tear strength of the film in the take-off 
direction satisfies the following formula [6], said film being obtained by casting the ethylene/pentene-1 copolymer [II] 
having the above-mentioned characteristics according to the invention. 

RS ^ -20 log MFR - lOOOd + 968 [6], 
25 wherein MFR is the melt flow rate of the copolymer and d is the density of the copolymer. 
Preferably, 

RS > -20 log MFR - 1000d + 973 [6"1, 

and especially, 

200 > RS > -20 log MFR - lOOOd + 975 [6"]. 
30 When the ratio (RS) of the impact strength to the tear strength mentioned above is less than (-20 log MFR - lOOOd 

+ 968), the resulting film has poor tear properties, though it has a high impact strength, or the resulting film is inferior in 
impact strength, though it has good tear properties. 

The cast film of 40 \im in thickness, obtained by processing the above-mentioned copolymer[ll] in the manner men- 
tioned above has an impact strength of usually not lower than 1000 kg-cnn/cm, preferably not lower than 1200 kg-cm/cm. 
35 It Is desirable that the tear strength {Tf^o) of the above-mentioned film in the take-off direction and the melt flow rate 

(MFR) of the ethylene/pentene-1 copolymer [II] satisfy the relationship represented by the following formula [7]. 



preferably, 

40 

and especially. 



log T„t3 < -0.37 log MFR - 5.1d + 6.72 
tog T^jj < -0.37 log MFR - 5.1d + 6.65 
log T^Q < -0.37 log MFR - 5.1d + 6.59 



[7]. 
[71. 
[7-]. 



Films excellent in impact strength as well as tear properties can be obtained from the ethylene/pentene-1 copolymers 
[II] which satisfy the relationship represented by the above formula [7] with respect to the tear strength (T^q) of the film 
in the take-off direction and MFR. 

Pressed sheets of 2 mm in thickness obtained by molding the ethylene/pentene-1 copolymers [II] having MFR of 
2.0 to 50 g/10 min according to ASTM D 1928 have stress cracking resistance [SC resistance (ESCR). measured ac- 
cording to ASTM D 1 692, antalocks 1 00%. 50'*C] of at least 10 hr, and satisfy the relationship represented by the following 
formula [8-a]. 

ESCR > 0.7 X lO"* (log 80 - log MFR)^ (0.952-d) [8-a] 
wherein 2.0 ^ MFR s 50 and d represents the density of the copolymer, preferably 

ESCR ^ 0.9 X 10^ (log 80 - log MFR)^ (0.952-d) [8*-a] 

and especially 
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10 



IS 



ESCR ^ 1.1 X 10^* (log 80 - log MFR)^ (0.952-d) [8"-a) 

Further, pressed sheets of 2 mm in thickness, obtained by molding the ethylene/pentene-1 copolymers [II] having 
MFR of 1 .0 to 20 g/10 min according to ASTM D 1 928 have stress cracking resistance [SC resistance (ESCR) measured 
according to ASTM D 1692, antalocks 10%, 50'C] of at least 20 hr and satisfy the relationship represented by the 
following formula [B-b]. 

ESCR S 1.4 X 10* (log 40 - log MFR)^ (0.952-d) [8-b] 
wherein 1 .0 £ MFR ^ 20 and d represents the density of the copolymer preferably 

and especially 



ESCR S 1.7 X 10* (log 40 - log MFR)^ (0.952-d) [8'-bJ 



ESCR ^ 2.0 X 10* (log 40 - log MFR)^ (0.952-d) [8"-b] 

Furthermore, pressed sheets of 2 mm in thickness, obtained by molding the ethylene/pentene-1 copolymers [II] 
having MFR of 0.1 to 5 g/10 min according to ASTM D 1928 have stress cracking resistance [80 resistance (ESCR), 
measured according to ASTM D 1692, antalocks 10%, 60° C] of at least 50 hr and satisfy the relationship represented 
by the following formula [8-c]. 

^ ESCR > 0.50 X 10* (log 100 - log MFR) (0.952-d) [8-c]. 

wherein 0.1 ^ MFR < 5, and d represents the density of the copolymer preferably 

25 and especially 



ESCR > 0-65 X 10* (log 100 - log MFR) (0.952-d) [B'-c], 



ESCR > 0.80 X 10* (log 100 - log MFR) (0.952-d) [8"-c]. 

Moreover, it is desirable that the haze (HAZE) of the above-mentioned pressed sheets and the melt flow rate (MFR) 
of the ethylene/pentene-1 copolymers [II] satisfy the relationship represented by the following formula [9]. 
^ log HAZE < 15d- 0.45 log MFR -12.23 [9] 

wherein d represents the density of the copolymer, preferably 

log HAZE ^ 1 5d - 0.45 log MFR - 1 2.26 [9'] 

and especially 

log HAZE ^ 15d - 0.45 log MFR - 12.30 [9"]. 
^ The press sheets of 0.1 mm in thickness, used for the measurement of the above-mentioned physical properties 

were prepared from the ethylene/pentene-1 copolymers [II] according to ASTM D 1928. 

The measurement of the value of HAZE was conducted according to ASTM D 1003. 

The process for the preparation of ethylene/pentene-1 copolymers [M] is illustrated hereinafter. 

The ethylene/peneten-1 copolymers [II] may be prepared by copolymerizing ethylene and pentene-1 under specific 
conditions in the presence of such olefin polymerization catalysts as will be mentioned below. 

The olefin polymerization catalysts used in the process for the preparation of the ethylene/pentene-1 copolymers 
[II] may include, for example, an olefin polymerization catalyst containing a solid titanium catalyst component [A] for 
olefin polymerization obtained by reaction of a hydrocarbon-Insoluble solid magnesium aluminum composite selected 
from (Ai) or (A2) mentbned below and a tetravalent titanium compound and containing at least titanium atoms in a low 
valent state in the proportion of more than 10% and having OR group in an amount of from 1 to 15 In terms of OR/Mg 
(weight ratio) and an organoaluminum compound catalyst component [B], said (A^ ) representing a solid magnesium-alu- 
minum composite having R^O group and R2 group (R"" and R2 are each a hydrocarbon residue) obtained from a liquid 
magnesium compound formed from a mixture containing a magnesium compound and an electron donor or a liquid 
magnesium compound formed from a solution of a magnesium compound in hydrocarbon solvent, and said (A^) repre- 
^ senting a solid magnesium aluminum composite containing R^O group and R^ group (R^ is a hydrocarbon residue) 
obtained by reaction of a solid magnesium compound (B) containing R^O group or R^OH group obtained from a liquid 
magnesium compound formed from a mixture containing a magnesium compound and an electron donor or a liquid 
magnesium compound formed from a solution of a magnesium compound in hydrocarbon solvent or the above-men- 
tioned (A^) with an organometallic compound (C) of a metal belonging to the group I through III of the periodic table. 
^ Hereinafter, this olefin polymerization catalyst and the reaction system using said catalyst are illustrated. In this 

connectbn, however, the way of preparing the ethylene/pentene-1 copolymers [11] is not limited only to the catalyst and 
reaction system using the same, but said copolymer can be prepared by using other catalysts or other reaction systems. 
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The above-mentioned olefin polymerization solid titanium catalyst component [A] is typically a component carrying 
a low valent titanium thereon obtained by reaction of a magnesium-aluminum composite having R^O group and a hy- 
drocarbon residue obtained by reaction among a liquid magnesium compound as a starting material, an organoaluminum 
compound, a R^O group (R^ is a hydrocarbon residue) forming compound and optionally other reaction reagent with a 

5 tetravalent titanium compound. 

The liquid magnesium compound used above may be, for example, a solution of the magnesium compound in 
hydrocarbon, electron donor or mixture thereof, or may be a melt of the magnesium compound. The magnesium com- 
pound used for this purpose includes halogenated magnesium such as magnesium chloride, magnesium bromide, mag- 
nesium iodide or magnesium fluoride; aikoxy magnesium hallde such as methoxy magnesium chloride, ethoxy magne- 
to slum chloride, isopropoxymagnesium chloride, butoxy magnesium chloride or octoxy magnesium chloride; aryloxy mag- 
nesium halide such as phenoxy magnesium chloride or methylphenoxy magnesium chloride; aikoxy magnesium such 
as ethoxy magnesium, isopropoxy magnesium, butoxy magnesium or octoxy magnesium; aryloxy magnesium such as 
phenoxy magnesium or dimethylphenoxy magnesium; and magnesium carboxylate such as magnesium laurate or mag- 
nesium stearate. The magnesium compounds used herein may also be complex or composite compounds of the 

IS above-mention magnesium compounds with other metals, or mixtures thereof. Further, the magnesium compounds 
used herein may also be mixtures of two or more of these compounds exemplified above. 

Of these magnesium compounds exemplified above, preferred are those represented by MgXg, Mg(ORS)X or Mg 
(0R5)2 (wherein X Is halogen and R^ Is a hydrocarbon residue) such as halogenated magnesium, aikoxy magnesium 
halide, aryloxy magnesium halide, aikoxy magnesium or arloxy magnesium. Of the halogen containing magnesium 

20 compounds, preferred are magnesium chloride, aikoxy magnesium halide and aryloxy magnesium halide, and especially 
preferred is magnesium chlorkie. 

The liquid magnesium compound mentioned above Is suitably a solution of said magnesium compound in a hydro- 
carbon solvent or an electron donor, in which said magnesium compound is soluble, or in a mixture thereof. The hydro- 
carbon solvent used for this purpose includes aliphatic hydrocarbons such as pentene, hexane, heptane, octane, de- 

25 cane, dodecane, tetradecane and kerosine; alicycllc hydrocarbons such "as cyclopentane, methylcyclopentane, cy- 
clohexane. methylcyclohexane, cyclooctane and cyclohexene; aromatic hydrocarbons such as benzene, toluene, xy- 
lene, ethylbenzene, cumene and cymene; and halogenated hydrocarbons such as dichloroethane, dichloropropane, 
trichloroethylene, carbon tetrachloride and chlorobenzene. 

The solution of the magnesium compound In the hydrocarbon solvent may be obtained by various methods, though 

so they vary according to the kind of the magnesium compound and the solvent used, such as a method wherein the two 
compounds are simply mixed together (for example using Mg(ORS)2 in which R^ Is a hydrocarbon residue having 6-20 
carbon atoms as the magnesium compound), and a method wherein the magnesium compound is mixed with the hy- 
drocarbon solvent in the presence of an electron donor in which said magnesium compound is soluble, for example, 
alcohol, aldehyde, amine, carboxylic acid or a mixture thereof, or a mixture comprising said mixture and other electron 

35 donor, and the resulting mixture is heated if necessary. For example, when a halogen containing magnesium compound 
is dissolved in the hydrocarbon solvent using alcohol, the amount of the alcohol used, though It varies according to the 
kind and amount of the hydrocarbon solvent used and to the kind of magnesium compound used, is preferably more 
than about 1 mole, suitably from about 1 to about 20 moles, more suitably from about 1 .5 to about 1 2 moles, per 1 mole 
of the halogen containing magnesium compound. When an aliphatic hydrocarbon and/or an alicycllc hydrocarbon is 

40 used as the hydrocarbon solvent In the above case, alcohol is used in the proportion as defined above, wherein the 
halogen containing magnesium compound can be solubllized by the use of a relatively small amount of the alcohol, for 
example, using alcohol having more than 6 carbon atoms in combination with said alcohol in an amount, based on 1 
mole of the halogen containing magnesium compound, of more than about 1 mole, preferably more than about 1 .5 
moles, and the resulting catalyst component comes to have a good shape. For example, when alcohol having not more 

45 than 5 carbon atoms is used alone in the above case. It is necessary to use more than about 15 moles of the alcohol 
per mole of the halogen containing magnesium compound, and no shape of the resulting catalyst component is com- 
parable to that of the catalyst component obtained in the above case. On the one hand, the halogen containing mag- 
nesium compound becomes soluble in an aromatic hydrocarbon by the use of alcohol in such an amount as defined 
above, irrespective of the kind of the alcohol used. 

50 The halogen containing magnesium compound and alcohol are brought Into contact with each other in a hydrocarbon 

solvent at a temperature above room temperature and, according to the kind of the alcohol and hydrocarbon solvent 
used, at a temperature of higher than about 65'C, suitably about 80-300°C and more suitably from about 100° to about 
200'C for a period of from about 15 minutes to about 5 hours, preferably from about 30 minutes to about 2 hours. 
Preferable as the alcohol used In that case are those having not less than 6 carbon atoms, for example, aliphatic 

55 alcohol such as 2-methylpentanol, 2-ethylpentanol. n-heptanol. n-octanol, 2-ethylhexanol, decanol. dodecanol, tetrade- 
cyl alcohol, undecenot, oleyl alcohol or stearyl alcohol; alicyclic alcohol such as cyclohexanol or methylcyclohexanol; 
aromatic alcohol such as benzyl alcohol, methylbenzyl alcohol, a-methylbenzyl alcohol or a,a-dimethylbenzyl alcohol; 
alkoxy-containing aliphatic alcohol such as n-butyl cellosolve or 1 -butoxy-2-propanol. Examples of other alcohol include 
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those having not more than 5 carbon atoms such as methanol, ethanol, propanol, butanol, ethylene glycol and methyl- 
carboitol. 

The magnesium compound may also be dissolved in an electron donor other than alcohol. Preferred examples of 
the electron donor used in this case include amine, aldehyde and carboxylic acid, and examples of an electron donor 

5 other than those mentioned above include phenol, ketone, ester, ether, amide, acid anhydride, acid halide. nitrile and 
isocyanate. The magnesium compound may be dissolved in the electron donor as exemplified above under the condi- 
tions similar to those employed In the case of dissolving the magnesium compound in the hydrocarbon solvent using 
the electron donor. In this case, however, the system must be maintained at a relatively high temperature and, therefore, 
from the technical viewpoint of the preparation of catalyst, the catalyst component of high performance is easily obtained 

10 when the solution of the magnesium compound In the hydrocarbon solvent is used. 

Examples of the liquid magnesium compound include melts of the magnesium compounds. A typical example of 
the melts Is. for example, a melt of a complex of halogenated magnesium with such an electron donor as exemplified 
previously. Suitable as the melt referred to herein is a melt of a halogenated magnesium-alcohol complex represented 
by MgX2nRiOH (R"* is a hydrocarbon residue, and n is a positive number). 

15 Stated below is the process tor the preparation of a solid magnesium aluminum composite having R^O group and 

R3 group (or R2 group)(R"', R^ and R^ are each a hydrocarbon residue, and (or R2) is a reducing group bonded 
directly to magnesium of aluminum atom) from the liquid magnesium compound. The magnesium aluminum composite 
referred to herein is represented by the empirical fonmula Mg^AI^R^c (o"" ^^^) (OR^^X^e wherein is halogen, and 2a 
+ 3b = c + d + e. Under certain circumstances, other compounds or electron donors may be bonded to this complex. In 

20 this magnesium aluminum complex represented by the above-mention empirical formula, Al/Mg (atomic ratio) is 0.05-1 , 
preferably 0.08-0.5 and especially 0.12-0.3, R^O group Is In an amount, based on 1 part by weight of magnesium, of 
0.5-15 parts by weight, preferably 1 -10 parts by weight and especially 2-6 parts by weight, the hydrocart>on residue 
(or R3) is in an amount, based on 1 magnesium atom, of 0.01-0.5 equivalent, preferably 0.03^.3 equivalent and espe- 
cially 0.05-0.2 equivalent, and X^/Mg (atomic ratio) is 1 -3, preferably 1 .5-2.5. 

25 The process for the preparation of the above-mentioned magnesium aluminum composite is illustrated below in 

details. 

The magnesium aluminum composite is prepared by a process wherein the liquid magnesium compound and an 
organoalu minium compound are brought into contact with each other to obtain directly said composite. 

In this process, at least one of the liquid magnesium compound and organoaluminum compound used is a compound 
30 having R^O group or R^O group forming compound, e.g. a compound having R^OH group and, at the same time, a 
halogen compound must be used. 

For example, the desired magnesium composite may be obtained by the reaction between MgX2 and alcohol, pref- 
erably the reaction between the solution of the magnesium compound containing a hydrocarbon and an alkylalumlnum 
compound, or the reaction between Mg(OR5)X or Mg(OR5)2 and alcohol, preferably by the reaction between the solution 
35 of the magnesium compound containing a hydrocarbon or a solution of Mg(OR^)2 in a hydrocarbon and alkylalumlnum 
halide. 

The alkylalumlnum compound referred to above includes trialkylaluminum such as trlethyl aluminum or tributylalu- 
minum; trialkenylaluminum such as triisoprenylaluminum; dialkylaluminum alkoxWe such as diethylaluminum ethoxide 
or dibutylaluminum butoxide; alkylalumlnum sesquialkoxide such as ethylaluminum sesquiethoxide or butylaluminum 

^ sesquibutoxide; alkoxylated alkylalumlnum having an average composition represented by R^2.5AI(OR2)o dialkylalu- 
minum halide such as diethylaluminum chloride, dibutylaluminum chloride or diethylaluminum bromide; alkylalumlnum 
sesquihalide such as ethylaluminum sesquichloride, butylaluminum sesquichloride or ethylaluminum sesquibromide; 
partially halogenated alkylalumlnum such as alkylalumlnum dihalide, for example, ethylaluminum dichloride, propylalu- 
minum dichloride or butylaluminum dibromide; dialkylaluminum hydride such as diethylaluminum hydride or dibutylalu- 

45 minum hydride; partially hydrogenated alkylalumlnum such as alkylalumlnum dihydride, for example, ethylaluminum 
dihydrlde or propylaluminum dihydride; and partially alkoxylated and halogenated alkylalumlnum such as ethylaluminum 
ethoxychloride, butylaluminum butoxychloride or ethylaluminum ethoxybromide. 

Further, alkylalumlnum halide may be selected from among the habgen containing alkylalumlnum compounds as 
exemplified above. 

so The process for the preparation of the magnesium aluminum composite as illustrated above includes not only a 

process which comprises bringing the liquid magnesium compound into contact with the alkylaluminum compound In 
one stage as aforesaid, but also a process which involves a multi-stage contact between the liquid magnesium compound 
and the alkylaluminum compound, wherein said liquid magnesium compound is first brought into contact with part of 
said alkylaluminum compound to form a solid magnesium compound, followed by further contact of said solid magnesium 

55 compound with an alkylaluminum compound which is the same as or different from the alkylaluminum compound first 
used. Usually, of the two processes mentioned above, the latter is better than the former, because a particle diameter 
of the resulting composite or the amount of organic group contained therein can easily be adjusted, and eventually It 
becomes easy to obtain the desired catalyst of high performance. 
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In the process involving such a multi-stage contact as mentioned above, it is also possible that after completion of 
the first-stage contact, the solid magnesium compound formed thereby Is separated from the liquid system, and the thus 
separated solid magnesium compound proceeds to the subsequent reaction in the second stage-contact. 

Eventually, it is desirable to design that the solid magnesium aluminum composite obtained by the above-mentioned 
s processes will come to have such composition as defined previously. For this purpose, it is preferable to use the alky- 
lalumlnum compound in an appropriate amount at the time of effecting the above-mentioned contact between the liquid 
magnesium compound and said alkylatuminum compound. For example, in the process involving the multi-stage contact 
as aforesaid, when a solution using alcohol is used as the liquid magnesium compound, the alkylaluminum compound 
is used in such an amount that R^-AI bond of said alkylaluminum compound is more than 0.5 eqivalent based on 1 
10 equivalent of the hydroxyl group of said alcohol. When the amount of the alkylaluminum compound used is excessively 
large, the resulting solid component deteriorates in shape, and no granular composite Is obtained sometimes. On that 
account, the alkylaluminum compound is used In such an amount, based on 1 equivalent of the hydroxyl group of the 
alcohol, of 0.5-1 0 equivalent, preferably 0.7-5 equivalent, further preferably 0.9-3 euivalent and especially 1 .0-2 euivalent 
in terms of R^-AI bond. 

15 In that case, it is preferable to use trialkylaluminum as the alkylaluminum compound, because the solid composite 

having a good shape is easy to obtain. Other preferred organoaluminum compounds are dialkylaluminum halide, dialky- 
laluminum hydride and dialkylaluminum alkoxide. 

In the contact between the liquid magnesium compound and alkylaluminum compound, the concentration in the 
liquid system of the magnesium compound is 0.005-2 mol/1, especially 0.05-1 mol/1. 

20 Separation of the magnesium compound takes place, for example, an insoluble magnesium compound is formed 

by the reaction of alkylaluminum compound with atoohol. When the separation of the magnesium compound proceeds 
so rapidly, it is sometimes difficult to obtain the solid composite excellent in shape and having an appropriate particle 
diameter and a narrow particle size distribution, accordingly the thus separated solid composited cannot sometimes be 
the optimum carrier for slurry polymerization catalyst. On that account, it is desirable that the above-mentioned contact 

25 is effected under mild conditions, taking account of the contact temperature, the amount of the alkylaluminum compound 
added at the time of separation of the solid or the rate of addition of the alkylaluminum compound or concentration of 
each compound used. 

For the reasons cited above, It is preferable to effect the contact of the liquid magnesium compound with the orga- 
noaluminum compound at a temperature of from -50' to 100°C, especially from -30° to 50° C, followed by reaction at a 

30 temperature of from 0° to 200*0, preferably from 40" to 150''C. When the solid magnesium compound is first formed, 
and the solid magnesium compound thus formed is then brought into contact with the alkylaluminum compound to effect 
the reaction as aforesaid, the reaction temperature employed therefor is from 0** to 250°C. especially from 20" to 1 30° C. 

In either case, the contact and reaction conditions employed are so designed that RO group and group of the 
resulting solid magnesium aluminum composite respectively come within the range as defined previously and, at the 

35 same time, it is also desirable to select these conditions so that the resulting composite has a particle diameter of more 
than 1 |im, especially more than 5 \im but not more than 100 \im, a particles size distribution of 1.0-2.0 in terms of 
geometric standard deviation and said compound will come to have a spherical or granular shape. 

Further, the solid magnesium aluminum composite may be prepared by using an organometallic compound of a 
metal other than aluminum belonging to the group l-lll of the periodic table, for example, alkyllithlum, alkylmagnesium 

40 halide or dialkylmagnesium, instead of the alkylaluminum compound, with which the solid magnesium compound first 
separated is brought Into contact. 

The solid magnesium aluminum composite may be prepared by other processes than those mentioned previously, 
for example, a process in which a halogenation agent such as chlorine, hydrogen chloride silicon tetrachloride or halo- 
genated hydrocarbon is used in any stage where the alkylaluminum compound Is used in the previously mentioned 

45 processes, a process in which a halogenation agent is used before or after the use of the alkylaluminum compound. 
These processes mentioned above are useful in substitution of the process using alkylaluminum halide. 

The process using the halogenation agent prior to the use of the alkylaluminum compound is useful as a means for 
forming a solid magnesium compound containing R^O group or R^OH group from a liquid magnesium compound, and 
the desired solid magnesium aluminum composite may be prepared by reaction of the thus formed solid magnesium 

50 compound with the alkylaluminum compound. For example, the above-mentioned solid magnesium compound may be 
prepared by reaction of MgX2, Mg(OR5)X or Mg(ORS)2 with alcohol, preferably with a solution containing a hydrocarbon 
and the halogenation agent, or by reaction of hydrocarbon solvent containing Mg(OR5)2 with the halogenation agent. 
The solid magnesium compound thus prepared is represented by the empirical formula MgX2.q(OR5)q.nR®OH (0 < q < 
2, n > 0), and optionally forms a composite with other compound component in some cases. In this process, the reactants 

55 are used in such a proportion that halogen will amount to about 1 -1000 equivalent per 1 atom of magnesium present in 
the magnesium compound. The reaction between the solid magnesium compound thus prepared and the alkylaluminum 
compound may be carried out in accordance with the procedure of the last stage of the above-mentioned process 
involving the multi-stage contact between the solid magnesium compound and the alkylaluminum compound. 
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The solid magnesium compound as mentioned above may also be prepared by other process than those illustrated 
above, in which the magnesium compound of the formula MgX2.q(OR5)p-nR^OH in a molten state is solidified by cooling, 
preferably said molten magnesium compound Is dispersed in a hydrocarbon medium and then solidified by cooling. 
In any of the processes mentioned above, it Is preferable to select the separation conditions under which the solid 

5 magnesium compound is separated so that the resulting solid magnesium compound has a particle diameter of more 
than Itim, especially more than 5 \irry but not more than 100 \im, and a particle size distribution of 1.0-2.0 in terms of 
geometric standard deviation, and said compound will come to have a spherical or granular shape. 

The amount of the reducing group or R^ contained in the solid magnesium aluminum composite obtained by the 
processes mentioned above is determined tn the following manner. 

10 To a closed flask of about 200 ml capacity thoroughly purged with dry nitrogen and charged with about 0.5 g of a 

solid magnesium aluminum composite is gradually added dropwise with stirring about 25 ml of water. After the lapse of 
about 20 minutes, the vapor phase and water phase portion in the flask were respectively with drawn by means of a 
microsyringe, followed by determination of the alkane concentration of each portion by gas chromatography. The meas- 
ured value of the alkane concentration In each portion Is multiplied by a value of the volume of each portion, and the 

15 products thus obtained were then combined to obtain a total amount of alkane formed. This total amount is regarded 
as the total amount of the alkane formed by reaction of the alkyi group present In said composite with water, and can 
be considered to be the amount of the reducing group present in said composite. 

The thus obtained solid magnesium aluminum composite having R^O group and the organic reducing group is 
brought into contact with a tetravalent titanium compound used in such a proportion that Ti/Mg (atomic ratio) is less than 

20 1 , preferably 0.01 -0.7 and especially 0.04-0.5 to prepare a solid titanium compound. At least a part of titanium supported 
on this compound has been reduced to a low valent state, for example, three valences. 

There are various tetravalent titanium compounds used for the preparation of the solid titanium component [A], but 
usually used are those represented by Ti(OR)gX4.g wherein R is a hydrocarbon residue, X is halogen atom, and 0 < g 
54. More concretely, useful tetravalent titanium compounds include titanium tetrahalide such as TiCl4, TIBr4 Tii4; alkoxy 

25 titanium trihalide such as Ti(OCH3)Cl3, Ti(OC2H5)Cl3, Ti(0-n-C4Hg)Cl3, Ti(OC2H5)Br3 or Ti(0-iso-C4H9) Br^. dialkoxy 
titanium dihalide such as TI(OCH3)2Cl2, TI(OC2H5)Cl2, Ti(0-n-C4H9)2Cl2 or Ti(OC2H5)2Br2; trialkoxy titanium monohal- 
ide such as TI(OCH3)4, TI(OC2H5)4, Ti(0-n-C4H9)4, Ti(0-iso-C4Hg)4 or Ti(0-2-ethylhexyl)4. Of these tetravalent titanium 
compound as exemplified above, preferred are titanium tetrahalide and alkoxy titanium trihalide, and particularly the use 
of alkoxy titanium trihalde is preferable. 

30 The catalystic reaction of the solid magnesium aluminum composite with the titanium compound is carried out pref- 

erably in a hydrocarbon medium under the conditions selected so that In the end solid titanium catalyst component 
resulting from the contact with the titanium compound, R''0 group/Mg weight ratio (R^ is a hydrocarbon residue) is 
0.5-15, preferably 1 -10 and especially 2-6. Herein R^o group is derived from R^O group present in the solid magnesium 
aluminum composite or the titanium compound. When the content of R^O group in the solid catalyst component is 

35 smaller than the above-defined range, slurry polymerizability in the copolymerization of ethylene is poor, and eventually 
the resulting ethylene copolymer comes to have not a sufficiently narrow composition distribution. If the content of R^o 
group is larger than the above-defined range, catalyst component tends to decrease in activity. 

The content of R^O group in the titanium catalyst compoenet may be adjusted to the above-mentioned range by 
selecting the kind and amount of the titanium campound used and the temperature at which the contact of the solid 

40 magnesium aluminum composite and the titanium compound is effected. The contact temperature at which the titanium 
compound is brought into contact with the solid magnesium aluminum composite is usually about 0-200**C, preferably 
about 20-100'»C, 

In forming the above-mentioned solid product, a porous inorganic and/or organic compound may be allowed to 
coexist with the starting reactants in the reaction system, thereby depositing the resulting solid product on the surface 

45 of said porous compound. In this case, it is also possible that the porous compound is brought into contact in advance 
with the liquid magnesium compound, and the porous compound containing and retaining said liquid magnesium com- 
pound is then brought into contact with the liquki titanium compound. Examples of these useful porous compounds 
include silica, alumina magnesia polyolefin and these compound treated with halogen containing compound. However, 
when a porous compound containing aluminum, magnesium and RO group which are essential components of the 

so present catalyst component is used in the above case, the resulting solid titanium catalyst will have sometimes the 
composition deviating from the preferred catalyst composition as mentioned previously. 

The titanium catalyst component thus obtained is represented by the empirical formula MgrAlsTI,(OR7)yX\ wherein 
r, s, t, u, V > 0, and X^ Is halogen, and may optionally contain other compounds such as a silicon compound. In this 
titanium catalyst component, Ti/Mg (atomic ratio) is usually 0.01-0.5. preferably 0.02-0.2, Al/Mg (atomic ratio) is 0.05-1. 

55 preferably 0.08-0.5 and especially 0.12-0.3, XVMg (atomic ratio) is 1.5-3, preferably 2-2.5. OR^/Mg (weight ratio) is 
0.5-15. preferably 1 -10 and especially 2-6. and a specific surface area is 50-1 000 m^/g, preferably 1 50-500 m^/g. Further, 
10-100% of the all Ti exhibits a valence lower than Ti^+. 

The solid titanium catalyst component [A] as illustrated above may be used in combination with an organoaluminum 
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compound catalyst component [B] in the polymerization of olefin. 

The organoaluminum compound catalyst component [B] mentioned above may be selected from among the pre- 
vioiusly exemplified alkylalumlnum compounds which can be used in the preparation of the solid titanium catalyst com- 
ponent. 

s Of the alkylaluminum compounds referred to above, preferred are trialkylaluminum and alkylaluminum halide or 

mixtures thereof. 

Polymerization of olefin with an olefin polymerization catalyst containing the solid component [A] and the component 
[B] as mentioned above includes not only the copolymerlzatlon of ehylene and pentene-1 but also the copolymerization 
of three or more components such as ethylene, pentene-1 and small amounts of other a-olefins or polyenes. Ttie 
10 above-mentioned olefin polymerizatbn catalyst is useful particularly when ethylene and pentene-1 are copolymerized 
in the vapor phase. 

The polymerization reaction is carried out in the vapor phase, and this reaction can be carried out using a ftuidized 
reactor, stirring bed reactor, stirring bed fluid reactor or tube reactor. 

The solid titanium catalyst component [A] is used in powder form or after suspending it in a hydrocarbon medium 
IS or olefin, and the organoaluminum compound catalyst component [B] is fed to the polymerization system after dilution 
with a proper diluent or fed, as it is, to said system. 

Further, the molecular weight of the resulting polymer can be controlled by feeding hydrogen to the polymerization 
system. 

In the present invention, it is preferably to use a pre-polymerlzed catalyst. In carrying out the pre-polymerization, 
20 the electron donor catalyst component mentioned previously can be used in addition to the catalyst component [A] and 
the organoaluminum compound [B]. In that case, the amount of the electron donor catalyst component used Is 0.01-30 
moles, preferably 0. 1-1 0 moles and nrrare preferably 0.5-5 moles based on 1 gram atom of titanium present In the titanium 
catalyst component [A]. The pre-polymerization Is to polymerize a-olefin of 2-1 0 carbon atoms on the catalyst in an inert 
hydrocarbon solvent, a liquid monomer as a solvent or in the absence of any solvent, however, the pre-polymerization 
25 carried out in the inert hydrocarbon solvent is preferred. 

In the pre-polymerization, the amount of a-olefin polymerized is 0.5-5000 g. preferably 1-1000g and more preferably 
3-200 g based on 1 g of the titanium catalyst component used. 

The Inert hydrocarbon solvent used in the pre-polymerization includes aliphatic hydrocarbons such as propane, 
butane, n-pentane, iso-pentane, n-hexane, iso-hexane, n-heptane, n-octane, isooctane, n-decane, n-dodecane and 
30 kerosine; allcyclic hydrocarbons such as cyclopentane, melhyicyclopentane, cyclohexane and methylcyclohexane; ar- 
omatic hydrocarbons such as benzene, toluene and xylene; and halogenated hydrocarbons such as methylene chloride, 
ethyl chloride, ethylene chloride and chlorobenzene. Of these hydrocarbons as exemplified above, preferred are aliphatic 
hydrocarbons, particularyly those of 3-10 carbon atoms. 

When the Inert solvent or the liquid monomer as an inert solvent is used In the pre-polymerization, the titanium 
55 catalyst component [A] is used in an amount, per 1 liter of the solvent, of 0.001 -500 mmoles, preferably 0.005-200 
mmoles in terms of titanium atom, and the organoaluminum compound [B] is used in such a proportion that Al/Ti (atomic 
ratio) is 0.5-500, preferably 1 .0-50 and especially 2.0-20. 

The a-olefin used in the pre-polymerization includes those having not more than 1 0 carbon atoms such as ethylene, 
propylene, 1-butene, 1-pentene, 4-methyl-1 -pentene, 3-methyl-1-pentene, 1-heptene, 1-octeneand 1-decene, and of 
40 these a-oleflns, ethylene is particularly preferred. In carrying out the pre-polymerization, these a-olefins may be homopo- 
lymerized independently, or two or more a-olefins may be copolymerized, so long as the resulting pre-polymerlzed 
catalyst is intended to prepare crystalline polymers. 

The polymerization temperature empolyed in the pre-polymerization varies according to the kind of a-olefin and 
inert hydrocarbon solvent used and cannot be defined indiscriminately, but the temperature is commonly from -40* to 
45 80*»C. preferably from -20'* to 40 '^C and especially from -10*» to 30»C. 

In the pre-polymerization, hydrogen may be allowed to coexist in the polymerization system. 
Further, the pre-polymerization may be carried out by any of the batchwise and continuous methods, but the con- 
tinuous method is preferred when the pre-polymerization on a large scale is required. 

In the present invention, it is preferable to carry out the copolymerization of ethylene and pentene-1 with the afore- 
so mentioned catalyst which has been subjected to pre-polymerization. The pre-polymerized catalyst may be fed in powder 
state to the vapor phase polymerizer, or said catalyst suspended in a hydrocarbon solvent as aforesaid may be fed to 
the polymerizer. The pre-polymerized catalyst is desirably suspended particularly in a low boiling solvent such as pro- 
pane, iso-butane, n-butane or iso-pentane. By carrying out copolymerization of ethylene and pentene-1 with the olefin 
polymerization catalyst containing the above-mentioned pre-pofymerized titanium catalyst component [A], an ethyl- 
55 ene/pentene-1 copolymer is prepared In an amount, based on 1 g of said titanium catalyst component, of 1 ,000-1 00,000 
g. preferably 2,000-50.000 g and especially 3,000-30.000 g. 

In the olefin polymerization catalyst, the organoaluminum compound catalyst component [B] is used in an amount, 
based on 1 gram atom of titanium present in the titanium catalyst component [A], of 1-1000 moles, preferably 3-500 
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moles and especially 5-100 moles. Further, the olefin polymerization catalyst may also contain other compound, for 
example, the electron donor catalyst component. In that case, the electron donor catalyst component is used in an 
amount, based on 1 gram atom of the metal element present in the organoaluminum compound catalyst component 
[B], of not more than 100 moles, preferably not more than 1 mole and especially 0.001-0.1 mole. 

5 The copolymerization of ethylene and pentene-1 is carried out at the polymerization temperature of 20-1 30°C, 

preferably 50-1 20°C and especially 70-1 10* C. The polymerization pressure empolyed at that time is 1-50 kg/cm^, pref- 
erably 2-30 kg/cm^ and especially 5-20 kg/cm^. Further, an inert gas forming a gaseous state in the polymerization 
system, such as methane, ethane, propane, butane or nitrogen, may suitably fed to the polymerization system. 

In carrying out the polymerization reaction, the solid titanium catalyst component [A] is used in an amount, based 

10 on 1 liter of the reaction volume, of from 0.00001 to about 1 mmol. preferably from about 0.0001 to about 0.1 mmole in 
terms of Ti atom. 

The ethylene/pentene-1 copolymers [III] are now illustrated in detail hereinafter. 

The ethylene/pentene-1 copolymers [III] are random copolymers obtained by copolymerization of ethylene and 
pentene-1 in the presence of the specific catalysts. The ethylene/pentene-1 copolymers [III] may also be further copo- 
'5 lymerized, in the same manner as in the case of the ethylene/pentene-1 copolymers [1], with small amounts of other 
a-olefins or polyenes. 

The ethylene/pentene-1 copolymers [III] have a melt flow rate (MFR), as measured according to ASTM D 1238E, 
of 0.01 to 100 g/10 min, preferably 0.05 to 50 g/10 min. If this MFR is less than 0.01 g/10 min, the resulting copolymer 
tends to deteriorate in motdablity, and rrK>tded articles, such as a film, obtained from said copolymer tend to be lower in 
20 transparency. If this MFR exceeds 100 g/10 min, the resulting copolymer tends to deteriorate in mechanical strength. 

The ethylene/pentene-1 copolymers [III] have a density of 0.87 to 0.94 g/cm^, preferably 0.88 to 0.93 g/cm^ as 
measured according to ASTM D 1505. 

The ethylene/pentene-1 copolymers [III] contain 1 to 25% by weight, preferably 4 to 23% by weight, and especially 
6 to 20% by weight of a structural unit derived from pentene-1 and 75 to 99% by weight, preferably 77 to 96% by weight. 
25 and especially 80 to 94% by weight of a structural unit derived from ethylene. 

The ethylene/pentene-1 copolymers [III] may contain not more than 10% by weight, preferably not more than 5% 
by weight, especially not more than 3% by weight of a structural unit derived from other a-olefins or polyenes in addition 
to ethylene and pentene-1 as mentioned above. 

Further, the relationship between the ratio of Hh/HI as measured from the DSC melt-peak pattern of "ultra-slowty 
30 cooled sample" of the ethylene/pentene-1 copolymer [111] and the density of the copolymer satisfies the following formula. 

0 < Hh/HI < 60d - 52.0 [10], 

preferably, 

0 < Hh/HI < 40d - 34.5 [10'] 

and especially 

35 0< Hh/HI <1 [10"] 

wherein Hh represents a peak height on the higher temperature side, HI represents a peak height on the lower temper- 
ature side, and d represents the density of the copolymer. 

The ratio (RS) of the impact strength of a film of 40 p.m in thickness to the tear strength thereof in the take-off direction 
satisfies the following formula [11], said film being obtained by casting the ethylene/pentene-1 copolymer [III] having the 

40 above-mentioned characteristics. 

RS > -20 log MFR - 1000d + 968 [1 1] 

wherein MFR represents the melt flow rate of the copolymer, and d represents the density of the copolymer, preferably 

RS ^ -20 log MFR - lOOOd + 973 [1 1 '] 

and especially 

45 200 S RS > -20 log MFR - 1 0OOd + 975 [1 1 "]. 

When the ratio (RS) of the Impact strength to the tear strength is less than (-20 log MFR - 1 0OOd + 968), the resulting 
film has poor tear properties, though it has a high impact strength, or the resulting film is inferior in impact strength, 
though it has good tear properties. The film of 40 |im in thickness, used for the measurement of the RS value, is a film 
prepared by molding the ethylene/pentene-1 copolymer under the following conditbns into a film by using a T-die film 

so molding machine equipped with a 65 mmo extruder. 

Molding conditions: 



55 


Resin temperature: 


220 to 240*C 




Chill roll temperature: 


30 to 40*'C 



Continuatbn of the Table on the next page 
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(continued) 

Filnn-tonming rate: I 20 to 30 m/min 

Draft ratio (film thickness/lip opening): 0.05 to 0.07 



The cast film of 40 ^m in thicluiess, obtained by processing the copolymer [III] in the manner mentioned above has 
an impact strength of generally not lower than 1000 kg-cm/cm, preferably not lower than 1200 kg-cm/cm. 

It is desirable that the tear strength (T^d) ^''i^ take-off direction and the melt flow rate (MFR) of the 

ethylene/pentene-1 copolymer [III] fulfills the relationship represented by the following formula [12]. 

log T^[3 < -0.37 log MFR - 5.1d + 6.72 [12] 

wherein d is the density of the copolymer, preferably 

log J^^ < -0.37 log MFR - 5.1d + 6.65 [12'] 

and especially 

log < -0.37 tog MFR - 5.1d + 6.59 [12"] 

Films excellent In impact strength as well as tear properties can be obtained from the ethylene/pentene-1 copolymers 
[III] which fulfills the relationship represented by the above formula [12] with respect to the tear strength (Ti^jq) of the 
film In the take-off direction and MFR. 

Pressed sheets of 2 mm in thickness obtained by molding the ethylene/pentene-1 copolymers [III] as mentioned 
above according to ASTM D 1928 have stress cracking resistance [SC resistance (ESCR). measured according to 
ASTM D 1692, antalocks 100%, 50°C] of at least 10 brand satisfy the relationship represented by the following formula 
[13-a]. 

ESCR > 0.7 X 10^ (log 80 - log MFR)^ (0.952-d) [13-a] 
wherein 2.0 < MFR < 50 and d is the density of the copolymer, preferably 

and especially 



ESCR ^ 0.9 X 10^ (log 80 - log MFR)^ (0.952-d) [1 3'-a] 



ESCR ^ 1.1 X lO'* (log 80 - log MFR)^ (0.952-d) [13"-a] 

Further, pressed sheets of 2 mm in thickness, obtained by molding the ethylene/pentene-1 copolymers [III] according 
to ASTM D 1928 have stress cracking resistance [SC resistance (ESCR), measured according to ASTM D 1692, anta- 
locks 10%, 50**C] of at least 20 hr and satisfy the relationship represented by the following formula [13-b]. 

ESCR ^ 1 .4 X 10* (log 40 - log MFR)^ (0.952-d) [13-b] 
wherein 1 .0 s MFR < 20 and d Is the density of the copolymer, preferably 

and especially 



ESCR > 1 .7 X 10* (log 40 - log MFR)^ (0.952-d) [1 3'-b] 



ESCR > 2.0 X 10* (log 40 - log MFR)^ (0.952-d) [13"-b] 

Furthermore, pressed sheets of 2 mm in thickness, obtained by molding the ethylene/pentene-1 copolymers [III] 
according to ASTM D 1928 have stress cracking resistance [SC resistance (ESCR), measured according to ASTM D 
1692, antalocks 10%, 60*C] of at least 50 hr and satisfy the relationship represented by the following formula [13-c]. 

ESCR > 0.50 X 10* (tog 100 - log MFR) (0.952-d) [13-c] 
wherein 0.1 < MFR < 5 and d is the density of the copolymer, preferably 

and especially 



ESCR > 0.65 X 10* (log 100 - log MFR) (0.952-d) [l3'-c] 



ESCR > 0.80 X 10* (log 100 - log MFR) (0.952-d) [13"-c] 

Moreover, it is preferred that the haze of the above-mentioned pressed sheets and the melt flow rate (MFR) of the 
ethylene/pentene-1 copolymers [III] satisfy the relationship represented by the following formula [14]. 
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log HAZE ^ 15d - 0.45 log MFR - 12.23 [14] 
wherein d is the density of the copolymer. 

log HAZE < 1 5d - 0.45 log MFR - 1 2.26 [1 4'] 

and especially 

S log HAZE < 1 5d - 0.45 log MFR - 1 2.30 [1 4"] 

The press sheets of 0.1 mm in thickness, used for the measurements of the above-mentioned physical properties 
were prepared from the ethylene/pentene-1 copolymers according to ASTM D 1928. 
The measurement of HAZE was conducted according to ASTM D 1003. 

Now, the process for preparing the ethylene/pentene-1 copolymers [III] is illustrated betow in detail. 
10 The ethylene/pentene-1 copolymers [III] may be prepared, for example, by copolymerizing ethyelene and pentene-1 

in the presence of such catalysts as will be mentioned below. Copolymerizing ethylene and pentene-1 in the presence 
of an olefin polymerization catalyst described hereinafter under specific conditions. 

Examples of the olefin polymerization catalyst which are used in the process for preparing the ethylene/pentene-1 
copolymers [III] include olefin polymerization catalysts formed from 

IS 

[A] a titanium catalyst component in a liquid form comprising a halogen-containing magnesium compound, oleyl 
alcohol and a titanium compound, and 

[B] a halogenated organoaluminum compound. 

20 Examples of the halogen-containing magnesium compound include magnesium chloride, magnesium bromide, 

magnesium iodide and magnesium fluoride. Of these compounds, magnesium chloride is particularly preferable. 

The titanium compound includes tetravalent titanium compounds represented by the fomnula Ti(OR)g (wherein 
R is a hydrocarbon group, X is halogen and g is a number of 0 to 4). 

Concrete examples of these titanium compounds include titanium tetrahalides such as TiC^, TiBr4 and Ti^; 
25 alkoxytitanium trihalides such as 

Ti(OCH3)Cl3, 
Ti(OC2H5)Cl3. 
Ti(0-iC3H7)Cl3, 
30 Ti(0-nC4H9)Cl3, 
Ti(OC2H5)Br3. 
Ti(0-iC3H7)Br3, and 
Ti(0-iC4H9)Br3; 

3S alkoxytitanium dihalides such as 

Ti(OCH3)2Cl2, 
Ti(OC2H5)2Cl2, 
Ti(0-iC3H7)2Cl2. 
40 Ti(0-nC4H9)2Cl2, and 

Ti(OC2Hs)2Br2; 

trialkoxytitanium monohalides such as 

45 Ti(OCH3)3CI, 
Ti(OC2H5)3CI, 
Ti(0-iC3H7)3CI, 
Ti(0-nC4H9)3CI. and 
Ti(OC2H5)3Br, 

so 

and tetraalkoxytitanium compounds such as 

Ti(OCH3)4, 
Ti(OC2H5)4, 
ss Ti(0-nC3H7)4. 

Ti(0.iC3H7)4. 
Ti(0-nC4H9)4. 
Ti(OC6Hi3)4. Ti(OC6Hii)4, 
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Ti(OC8Hi7)4, 

Ti[OCH2(C2H5)CHC4H9]4, 

Ti(OC9Hi9)4. 

Ti[OC6H3(CH3)2]4. 

TI(OCi8H35)4. 

TI(OCH3)2(OC4H9)2. 

Ti(OC3H7)3(OC4H9). 

Ti(OC2H5)2(OC4H9)2. 

Ti(OC2H5)2(0-iC3H7)2. 
TKOCgHs) (OCi8H35)3. 
Ti(OC2H5)2(OCi8H35)2. and 
Ti(OC2H5)3(OCi8H35). 

Of these compound, the compounds where 1 < g < 4 are preferable, and the compounds where 2 < g < 4 are more 
preferable. Particularly preferred are tetraalkoxytitanlum compounds. 

The titanium catalyst component [A] In a liquid form which is a member for forming the olefin polymerization catalyst 
used in the process for preparing the ethylene/pentene-1 copolymers [III] is a substantially uniform solution which com- 
prises the above-described halogen-containing magnesium compound, oleyl alcohol and the above-described titanium 
compound. 

It is preferred that the titanium catalyst component [A] in a liquid form is prepared, for example, by preparing a 
mixture of a halogen-containing magnesium compound and oleyl alcohol and then bringing the mixture into contact with 
a titanium compound. The mixture of a halogen-containing magnesium compound and oleyl alcohol may be in the form 
of a solution or a suspension, but a solution fomn is preferable. In another preferred embodiment, the titanium catalyst 
component is prepared by changing to a solution state while mixing the above-mentioned three ingredients. 

In the preparation of the titanium catalyst component [A] in a liquid form, the mixture of a halogen-containing mag- 
nesium compound and oleyl alcohol is preferably brought into contact with the titanium compound at a temperature of 
not lower than 40°C, preferably 40 to 200°C, more preferably 50 to 1 50°C for at least one minute, preferably 1 5 minutes 
to 24 hours, particularly preferably 30 minutes to 15 hours to react them. 

Further, the titanium catalyst component [A] in a liquid form can be prepared by bringing a halogen-containing 
magnesium compound, oleyl alcohol and a titanium compound simultaneously into contact with one another at a tem- 
perature of not lower than 40*0. preferably 40 to 200*C, more preferably 50 to 1 50*C for at least one minute, preferably 
15 minutes to 24 hours, particularly preferably 30 minutes to 1 5 hours to react them. 

In the preparation of the titanium catalyst component in a liquid form, which comprises the halogen-containing 
magnesium compound, oleyl alcohol and the titanium compound, hydrocarbon solvents can also be used. 

Namely, the magnesium halide and oleyl alcohol are dissolved in a hydrocarbon solvent and may be brought into 
contact with the titanium compound. Alternatively, the halogen-containing magnesium compound, oleyl alcohol and the 
titanium compound are dissolved in a hydrocarbon solvent to thereby bring them into contact with one another. 

Examples of such hydrocarbon solvents include aliphatic hydrocarbons such as pentane, hexane, heptane, octane, 
decane, dodecane, tetradecane and kerosine; alicyclic hydrocarbons such as cyclopentane, methylcyclopentane, cy- 
clohexane, methylcyclohexane, cyclooctane and cyclohexene; aromatic hydrocarbons such as benzene, toluene, xy- 
lene, ethylbenzene, cumene and cymene; and halogenated hydrocarbons such as dichloroethane, dichlorobutane, 
trichioroethylene, carbon tetrachloride and chlorobenzene. 

Preferably, the halogen-containing magnesium compound, the titanium compound and oleyl alcohol are used in the 
following amounts. 

The ratio by mol of oleyl alcohot/MgCl2 is usually 2 to 4, preferably 2 to 3. 

The ratio by mol of the titanium compound/MgCl2 is usually 0.04 to 0.30. preferably 0.05 to 0.20. 

The ratio by mol of oleyl alcohol/the titanium compound is 5 to 100, preferably 10 to 60. 

The halogen-containing organoaluminum compound [B] used in the preparation of the ethylene/pentene-1 copoly- 
mers [III] includes 

dialkylaluminum halides such as diethylaluminum chloride, dibutylaluminum chloride, diethylaluminum bromide; 
alkylaluminum sesquihalldes such as ethylaluminum sesquichloride. butylaluminum sesquichloride and ethylaluml- 
num sesquibromide; 

partially halogenated alkylaluminum compounds such as ethylaluminum dichloride. propylaluminum dichloride and 
butylaluminum di bromide; and 

partially alkoxytated and halogenated alkylaluminum compounds such as ethylaluminum ethoxychloride. butylalu- 
minum butoxychloride and ethylaluminum ethoxybromide. 
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In addition to these halogen-containing organoalunninum compounds, organoaluminum compounds containing no 
halogen can be used. 

Examples of the organoaluminum compounds containing no halogen which can be used in the present invention 
include 

trialkylaluminum compounds such as triethylaluminum and tributylalumlnum; 
trialkenylaluminum compounds such as triisoprenylaluminum; 

dialkylaluminum alkoxides such as diethylaluminum ethoxide and dibutylaluminum butoxide; 
alkytatuminum sesquialkoxides such as ethylaluminum sesquiethoxide and butylatuminum sesquibutoxide; 
partially alkoxylated alkylaluminum compounds having an average composition represented by the formula 

dialkylaluminum hydrides such as diethylaluminum hydride and dibutylaluminum hydride; and 

partially hydrogenated alkylaluminum compounds such as alkylaluminum dihydrides, for example, ethylaluminum 

dihydride and propylaluminum dihydride. 

Further, organoaluminum compounds similar to the above-mentioned compounds include organoaluminum com- 
pounds in which two or more aluminum atoms are bonded to each other through oxygen atom or nitrogen atom. Concrete 
examples of such organoaluminum compounds include, for example, 

(C2H5)2AIOAI(C2Hs)2. 
(C4H9)2AIOA!(C4H9)2. 

(C2H5) 2AINAI (C2H5) 2/ 



and methylaluminoxane. 

Other examples of the organoaluminum compounds containing no halogen include complex compounds of alumi- 
num with Group I metals of the Periodic Table. Concrete examples of such organoaluminum compounds include 

LiAl (CgHs)^ and UAI {CjH^^)^. 

Among the above-described compounds, particularly preferred are trialkylaluminum compounds or alkylaluminum 
compounds in which two or more aluminum compounds are bonded to each other. These organoaluminum compounds 
containing no halogen can be used in an amount of not more than 70 nrK)l%, preferably not more than 40 mol%, and 
especially not more than 10 mol% in combination with the halogen-containing organoaluminum compounds. 

The ethylene/pentene-1 copolymers [III) are obtained by carrying out polymerization reaction of ethylene with pen- 
tene-1 in a hydrocarbon solvent using the above-mentioned catalyst components. Examples of the hydrocarbon solvent 
include aliphatic hydrocarbons such as pentane, hexane, heptane, octane, decane, dodecane and kerosine and halo- 
genated derivatives thereof; alicyclic hydrocarbons such as cyclohexane, methylcyclopentane and methylcyclohexane 
and halogenated derivatives thereof; and aromatic hydrocarbons such as benzene, toluene and xylene and halogenated 
derivatives thereof such as chlorobenzene. Olefin itself which is used in the copolymerizatbn reaction as a copolymer- 
izable monomer can be used as a solvent. 

In carrying out the copolymerization reaction, titanium atom is used in an amount of about 0.0005 to about 1 mmol, 
more preferably about 0.001 to about 0.5 mmol per liter of the reaction volume and the organoaluminum compound is 
used in such an amount that to give a ratio by atom of aluminum/titanium of about 1 to about 2000, preferably about 5 
to about 100. Olefin polymerization temperature is about 20 to about 300''C, preferably about 65 to about 250''C. Po- 
lymerization pressure is atmospheric pressure to 3000 kg/cm^-G, preferably about 2 to about 100 kg/cm^-G, and espe- 
cially about 5 to about 50 kg/cm^-G. 

It is preferable that hydrogen is allowed to coexist in the olefin polymerization system to control molecular weight. 

The polymerization may be carried out continuously or batchwise. Alternatively, the polymerization may also be 
carried out by two or more steps under different conditions. 

In the ethylene/pentene-1 copolymer compositions of the present invention, there may be used as the ethylene/pen- 
tene-1 copolymers (A), for example, the above-mentioned ethylene/pentene-1 copolymers [1], [II] or [III], or mixtures 
thereof. 
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(B) High-pressure polyethylene 

The high-pressure polyethylene used In the first ethylene/pentene-1 copolymer composition of the present invention 
have a melt index (1 90°C) of preferably 0. 1 to 1 0 g/1 0 min, and especially 1 .0 to 5.0 g/1 0 min. and those having a density 
5 of preferably 0.91 5 to 0.935 g/cm^ and especially 0.920 to 0.925 g/cm^ have an excellent effect of Improving transpar- 
ency. 

By high-pressure polyethylenes as referred to in the invention are meant not only homopolymer of ethylene but also 
copolymers of ethylene with other polymeric monomers, for example, vinyl acetate, acrylic ester, etc. used In such a 
snnall amount that will not hinder the invention from accomplishing its object. 

10 

fC) Polyethylene 

The polyethylene used for the second ethylene/pentene-1 copolymer composition of the invention has a density of 
greater than 0.935 g/cm^. In the present invention, a polyethylene having a density of 0.940 to 0.975 g/cm^ Is preferably 
IS used, and a high density polyethylene having a density of 0.945 to 0.970 g/cm^ is particularly preferably used. The 
density is determined according to ASTM D 1505. 

Furthermore, there is used as the polyethylene (C) a polyethylene having a melt flow rate (MFR) of usually 0.1 to 
35 g/10 min. preferably 0.5 to 30 g/1 0 mm as determined by ASTM D 1238 E. 

The ratio of the MFR of the copolymer (A) to that of the polyethylene (C) is usually 0.1 to 30, preferably 0.2 to 25, 
20 particularly preferably 0.2 to 20. 

Such a polyethylene (C) has a relatively high crystallinity Index. The polyethylene (C) used in the present invention 
has a crystallinity Index of usually not less than 50%, preferably not less than 55%, and, for example, when a high-density 
polyethylene prepared by Ziegler process is used, the polyethylene preferably has a crystallinity Index of 55 to 85%. 

The polyethylene (C) as described above can be prepared by various procedures. 
25 For example, ethylene is polymerized at a pressure of a normal pressure to about 1 0 kg/crnr^ in the presence of a 

catalyst mainly containing such an organometallic compound as illustrated in the preparation of the above-mentioned 
ethylene/pentene-1 copolymerto give the polyethylene (C). Moreover, in the polymerization as described above, another 
polymeric monomer such as another olefin including propylene- 1 and butene-1 , vinyl acetate and acrylic acid ester may 
be used with ethylene in such a small amount that will not hinder the invention from accomplishing its object, for example, 
30 in an amount of not more than 10% by weight. Although the so-called high density polyethylene Is usually used as the 
polyethylene (C) in the composition of the invention, there may also be used in the present invention a polyethylene 
prepared, for example, by blending a high density polyethylene and a low or medium density polyethylene In such a 
manner that the density of the resultant polyethylene lies in the range of that of the polyethylene (C). 

35 iO) g-OLEFIN RANDOM COPOLYMER 

The a-olefin random copolymer (D) used in the third ethylene/pentene-1 copolymer composition of the invention Is 
a copolymer other than ethylene/pentene-1 copolymer, prepared by copolymerlzing at least two a-oleflns, and structural 
units derived from the different types of a-oleflns mutually randomly arranged within the molecule. 

40 The a-olefin random copolymer (D) different from the ethylene/pentene-1 copolymer (A) described above Is low 

crystalline or amorphous, and has a crystallinity index of not greater than 30%, preferably not greater than 25%, as 
determined by X-ray diffractiometry. Accordingly, many of the a-olefin random copolymers (D) do not show a definite 
melting point. Moreover, the a-olefin random copolymer (D) is soft compared with the above-mentioned ethylene/pen- 
tene-1 copolymer (A) due to the low crystallinity Index. The tensile modulus of the copolymer (D) Is usually 0.1 to 1000 

45 kg/cm^, preferably 1 to 800 kg/cm^. The ethylene/pentene-1 copolymer (A) described above has a tensile modulus of 
usually 100-15000 kg/cm^, preferably about 300-13000 kg/cm^, and is a resin which is hard compared with the a-olefin 
random copolymer (D). 

Furthermore, the a-olefin random copolymer (D) has a melt flow index (as determined at 190'C) of usually 0.1-30 
g/10 min, preferably 1 .0-20 g/10 min and particularly preferably 2.0-15 g/10 min. It also has a Mw/Mn value as measured 
50 by GPC of usually not greater than 5.5, preferably not greater than 4.5 and particularly preferably not greater than 3.5. 

Such an a-olefin random copolymer (D) has a glass transition temperature (Tg) of usually -150 to +50*0, preferably 
-80 to -20"C, an intrinsic viscosity [r|], as measured in decalin at 135°C, of 0.2-10 dl/g, preferably 1-5 dl/g. Further, the 
copolymer (D) has a density of usually 0.82-0.96 g/cm^, preferably 0.84-0.92 g/cm^. 

Such an a-olefin random copolymer (D) is further Illustrated in detail below with reference, as typical examples, to 

55 

(D1 ) an ethylene/a-olefin copolymer rubber, and 
(D2) a propylene/a-olefin copolymer rubber. 
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The constituent a-olefins used In the preparation of the above-nnentioned ethylene/a-olefin copolymer rubber (D1 ) 
may usually include those having 3-20 carbon atoms, for example, propylene, butene-1 , hexene-1, 4-methylpentene-1 , 
octene-1. decene-1 and mixtures thereof. Of these a-olefins exemplified above, particularly preferred are propylene 
and/or butene-1 . 

s The constituent a-olefins used in the preparation of the above-mentioned propylene/a-olefin copolymer rubber (D2) 

may include usually those having 4-20 carbon atoms, for example, butene-1 , pentene-1 . hexene-1, 4-methylpentene-1, 
octene-1, decene-1 and mixtures thereof. Of these a-olefins exemplified above, particularly preferred is butene-1. 

The a-olefin copolymers used in the preparation of the compositions in the invention may contain such component 
units other than those derived from a-olefins as derived from diene compounds, so tang as no characteristics of the 
10 a*olefin copolymers are impaired. 

For example, the above-mentioned other component units permitted to be contained in the a-olefin copolymers 
used in the invention include; 

component units derived from chain non-conjugated dienes such as 1,4-hexadiene, 1,6-octadiene, 
IS 2-methyl-1 ,5-hexadiene. 6-methyl-1 ,5-heptadiene and 7-methyl-1 ,6-octadiene; 

component units derived from cyclic non -conjugated dienes such as cyclohexadiene, dicyclopentadiene, methyl- 
tetrahydroindene, 5-vinylnorbornene, 5-ethylidene-2-norbomene, 5-methylene-2-norbornene, 5-isopropyli- 
dene-2-norbornene and 6-chloromethyl-5-isopropenyl-2-norbomene; 

component units derived from diene compounds such as 2,3-diisopropylidene-5-norbornene, 2-ethylidene-3-iso- 
20 propylidene-5-norbornene and 2-propenyl-2,2-norbornadiene; and 

component units derived from cycloolefin components. 

The content in the a-olefin random copolymer of the component units as described above is usually not more than 10 
mol%, preferably not more than 5 mol%. 

25 In the ethylene/a-olefin copolymer (D1 ) as described above, the molar ratio (ethylene/a-olefin) of ethylene to a-ole- 

fin, though it varies depending upon the kind of a-olefin used, is generally from 1/99 to 99/1, preferably from 50/50 to 
95/5. The above-mentioned molar ratio is preferably from 50/50 to 90/1 0 when the a-olefin is propylene, and is preferably 
from 80/20 to 95/5 when the a-olefin is has not less than 4 carbon atoms. 

In the propylene/a-olefin copolymer (D2) used in the invention, the molar ratio (propylene/a-olefin) of propylene to 

30 a-olefin. though it varies depending upon the kind of a-olefin used, is generally preferably from 50/50 to 95/5. The 
above-mentioned molar ratio is preferably from 50/50 to 90/10 when the a-olefin is 1-butene, and is preferably from 
80/20 to 95/5 when the a-olefin has not less than 5 carbon atoms. 

Of the a-olefin copolymers used in the invention, preferred are ethylene/propylene random copolymers or ethyl- 
ene/a-olefin random copolymers having the ethylene component unit content of 35-50 mol% and a crystallinity index of 

35 not more than 10%, because they show excellent improvement in mechanical properties such as impact strength of the 
composition of the invention. 

As the a-olefin random copolymer (D) in the invention, there are used usually the above-mentioned ethylene/a-olefin 
copolymer (D1) and propylene/a-olefin copolymer (D2). either singly or in combination. However, the a-olefin random 
copolymer (D) may contain polymers, copolymers other than the above-mentioned a-olefin random copolymers (D1). 

40 (D2) so long as no characteristics of the a-olefin random copolymers (D) are impaired. 

Other polymers or copolymers as referred to above may be aromatic vinylhydrocarbon/conjugated diene copolymers 
or hydrogenation products thereof. Concretely, such aromatic vinylhydrocarbon/conjugated diene copolymers or hydro- 
genation products thereof as mentioned above include styrene/butadiene copolymer rubber, styrene/butadiene/styrene 
copolymer rubber, styrene/isoprene block copolymer rubber, styrene/isoprene/styrene block copolymer rubber, hydro- 

45 genated styrene/butadiene/styrene block copolymer rubber and hydrogenated styrene/isoprene/styrene block copoly- 
mer rubber. 

Compositions 

so The first ethyl ene/pentene-1 copolymer composition according to the present invention comprises the specific eth- 

ylene/pentene-1 copolymer (A) and the high-pressure polyethylene (B), as described above. 

The second ethylene/pentene-1 copolymer composition according to the present invention comprises the specific 
ethylene/pentene-1 copopolymer and the polyethylene (C) having a specific density, as described above. 

The third ethylene/pentene-1 copolymer composition according to the present invention comprises the specific eth- 
55 ylene/pentene-1 copolymer (A) and the specific a-olefin random copolymer (D), as described above. 

Usually, when two kinds of polymers are mixed together, the resulting composition exhibits only an average per- 
formance of or a performance of the two polymers or tawer than that. Viewed In this light, it is quite unexpected that 
ethylene/pentene-1 copolymers have been improved in characteristics, which the composition is required to have when 
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used for the production of films, without sacrifice of the excellent characteristics that the ethylene/pentene-1 copolymer 
has. by the addition of either one of the above-mentioned components (B) to (D) to the ethylene/pentene-1 copolymer. 

Especially, in the first composition of the invention, the properties such as transparency and moldability of the eth- 
ylene/pentene-1 copolymer Is improved by incorporating the high-pressure polyethylene into the ethylene/pentene-1 
5 copolymer. 

In the second composition of the invention, the properties such as impact resistance, transparency and blocking 
resistance of the ethylene/pentene-1 copolymer is improved by incorporating a polyethylene having a specific density 
into the ethylene/pentene-1 copolymer. 

in the third composition of the invention, the properties such as impact resistance, transparency and heat-sealing 
10 properties at bw temperature of the ethylene/pentene-1 copolymer Is improved by incorporating a specific a-olefin ran- 
dom copolymer into the ethylene/pentene-1 copolymer. 

The mixing ratio of the ethylene/pentene-1 copolymer to the high-pressure polyethylene in the first composition of 
the invention is 99:1 to 60:40 by weight. The incorporation of the high pressure polyethylene (B) into the ethylene/pen- 
tene-1 copolymer (A) In the ratio as described above improves the moldability of the resulting composition and the 
IS transparency of the molded articles without impairing excellent characteristics that the ethylene/pentene-1 copolymer 
inherently has. Moreover, the mixing ratio of both substances is preferably 95: 5 to 70:30 by weight, particularly preferably 
90:10 to 80:20. 

In the second composition of the invention, the mixing ratio of the ethylene/pentene-1 copolymer (A) to the polyeth- 
ylene (C) having a specific density is 99: 1 to 60:40 by weight. The mixing of the ethylene/pentene-1 copolymer and the 

20 polyethylene (C) in a ratio as described above Improves the balance between tear properties and impact resistance, 
and blocking resistance of the molded articles, especially the films. Furthermore, the mixing ratio is preferably 97:3 to 
70:30 by weight, particularly preferably 97:3 to 80:20 by weight. 

In the third composition of the invention, the mixing ratio of the ethylene/pentene-1 copolymer (A) to the a-defin 
copolymer (D) is 99: 1 to 60:40 by weight. The mixing of the ethylene/pentene-1 copolymer (A) and the a-olefin copolymer 

2$ (D) in a ratio as described above improves the balance between the tear properties and impact resistance of the molded 
articles, especially films. Furthermore, the mixing of both substances in a ratio of 95:5 to 70:30 by weight is preferable, 
and the molded articles show an especially good balance between tear properties and impact resistance when the 
mixing ratio is 90:10 to 80:20 by weight. 

The ethytene/pentene-1 copolymer compositions of the invention may contain a rubber component for improving 

30 impact strength or such additives as heat stabilizers, weathering stabilizers, antistatic agents, slip agents, anti-blocking 
agents, anti-forgging agents, lubricants, dyes, pigments, natural oils, synthetic oils and waxes, and these additives may 
be used in appropriate amounts. Concrete examples of the stabilizers which may be used optionally include, for example, 
phenolic antioxidants such as tetrakis[methylene-3-(3,5-di-t-butyl-4-hydroxyphenyl)propionate]methane, p- 
(3,3-di-t-butyl-4-hydroxyphenyl)propionlc acid alkyi ester and 2,2'-oxamidobis[ethyl-3-(3,5-di-t-butyl-4-hydroxylphenyl)] 

35 propionate; metal salts of aliphatic acki such as zinc stearate, calcium stearate and cateium 1 2-hydroxystearate; and 
fatty acid esters of polyhydric alcohol such as glycerin monostearate, glycerin monolaurate, glycerin distearate, pen- 
taerythritol monostearate, petaerythrito; disearate and pentaerythritol tristearate. These stabilizers may be used singly 
or in combination, for example, tetrakis [methylene-3-(3.5-di-t-butyl-4-hydroxyphenyl)propionate]methane may be used 
in combination with zinc stearate and glycerin monostearate. 

40 In the present invention, It is preferable to use particularly the phenolic antioxidant in combination with the fatty acid 

ester of polyhydric alcohol, said fatty acid ester being desirably an ester obtained by estrification of part of the alcoholic 
hydroxy group of alcohol of three valences or more. 

Concrete examples of the fatty acid esters of such polyhydric alcohol as mentioned above include glycerin fatty acid 
esters such as glycerin monostearate, glycerin monolaurate, glycerin monomyristate. glycerin monopalmitate, glycerin 

45 distearate and glycerin dilaurate; and pentaerythritol fatty acid esters such as pentaerythritol monostearate, pentaer- 
ythritol monolaurate, pentaerythritol dilaurate, pentaerythritol distearate and pentaerythritol tristearate. 

The phenolic antioxidants mentioned above are used in an amount, based on 1 00 parts by weight of the above-men- 
tioned ethylene/pentene-1 copolymer composition, of less than 1 0 parts by weight, preferably less than 5 parts by weight 
and especially less than 2 parts by weight, and the fatty acid esters of polyhydric alcohol are used in an amount, based 

so on 100 parts by weight pf the ethylene/pentene-1 copolymer composition, of less than 10 parts by weight, preferably 
less than 5 parts by weight. 

In the present invention, the ethylene/pentene-l copolymer compositions may be incorporated with such fillers used 
in an amount that does not hinder the invention from accomplishing Its object as silica, diatomaceous earth, alumina, 
titanium oxide, pumice dust, pumice balloon, aluminum hydroxide, magnesium hydroxide, basic magnesium carbonate, 
55 dolomite, calcium sulfate, potassium titanium, barium sulfate, calcium sulfite, talc, clay, mica, asbestos, glass fiber, glass 
flake, glass bead, calcium silicate, monmorillonite, bentonite, graphite, aluminum power, molybuenum sulfide, boron 
fiber, silicon carbide fiber, polyethylene fiber, polypropylene fiber, polyester fiber and polyamide fiber. 

The ethylene/pentene-1 copolymer compositions of the present invention may be prepared by known methods, for 
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example, a method wherein the above-mentioned ethylene/pentene-1 copolymer (A), either one of the above-mentioned 
components (B) to (D), and, if desired, other components to be added as additives are mechanically blended together 
by means of an extruder kneader or the like, a method wherein the above-mentioned components are dissolved at once 
in a suitable good solvent, for example, a hydrocarbon solvent such s hexane, heptane, decane, cyclohexane, benzene, 
5 toluene or xylene, or the components are dissolved separately in the solvent, the resulting solvent solution are mixed 
together, and the solvent is removed from the mixture, or a method where involves the above-mentioned two methods 
in combination. 

Films 

10 

The films of the present invention is formed from the ethylene/pentene-1 copolymer composition as described above. 

The films of the invention can be prepared either by a melting method or by a solution method. For example, a 
calender method, an inflation method or a T-die method may be adopted when the solution method is employed. When 
the melting method is employed, either a dry process such as an endless belt method and a drum method, or a wet 
IS method may be adopted. The films of the invention can be particularly advantageous^ prepared by adopting the melting 
method. 

The films of the invention may be either in an unstretched state, in a monoaxially stretched state or in a biaxlally 

stretched state. 

Though there is no specific restriction to the thickness of the films of the invention, the thickness is usually 10 |j.m 
20 to 3 mm. Accordingly, the expression "film" in the invention signifies not only a film in an ordinary sense but also the 
so-called sheet. 

Such films of the invention may be used singly, and they may also be used as composite films prepared by laminating 
other resin films or metallic thin films on the films of the invention. The films of the Invention may also be given other 
characteristics by coating the films or the above-mentioned composite films with a thin film-forming material prepared 
2S by dispersing a pigment, a dye, a metallic powder, a photosensitive material, a magnetic material, a magnetooptical 
material, etc. into a binder. 

EFFECT OF THE INVENTION 

30 The compositions of the present invention are superior in transparency, tear resistance and impact resistance to 

high-pressure polyethylene and, on the one hand, the present compositions have good moldabillty comparable to that 
of the high-pressure polyethylene and can be molded into molded articles by means of an ordinary molding machine 
for high-pressure polyethylene. Accordingly, the compositions of the invention are useful for film-forming purpose, par- 
ticularly for forming packaging film. In addition thereto, the present compositions can also be used for forming bbw 

3S molded articles such as a liquid carrying container or the like and for forming composite films by laminating the film 
obtained from the present composition with other film, making the best use of their characteristics. 

EXAMPLE 

40 The present invention is illustrated below with reference to examples, but is should be construed that the invention 

is in no way limited to those examples. 

Example 1 

4S < Preparation of ethylene/pentene-1 copolymer > 
[Preparation of titanium catalyst component] 

A mixture containing 476 g of commercially available anhydrous magnesium chloride suspended in a nitrogen at- 
so mosphere in 10 liters of n-decane and then 4.0 kg of oleyl alcohol was added to the suspension. The suspension was 
stirred at 135**C for 5 hours to obtain a colorless and transparent liquid. 

The liquid thus obtained was cooled to 110*C and 0.45 mole of Ti(OC2H5)4 was added thereto, and the resulting 
mixture was allowed to undergo reaction at UO°C for 5 hours. The liquid thus obtained was stored at room temperature. 

55 < Poiymerizatton > 

To a continuous polymerizer having a capacity of 200 I were fed continuously dehydrated and purified hexane at a 
rate of 100 l/h. ethylatumlnum sesquk:hlorlde at a rate of 19.9 mmol/h and the titanium catalyst component obtained 
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above at a rate of 0.50 mmol/h in terms of Ti atom. Simultaneously, to the polymerizer were fed ethylene at a rate 13 
kg/h, pentene-1 at a rate of 5.4 kg/h and hydrogen at a rate of 9.0 l/h, and copolymerization was carried out under such 
conditions that the polymerization temperature is lyO'C, the total pressure is 31 kg/cm^-G, the retention time is 1 hour 
and the concentration of the resulting copolymer based on the solvent hexane is 105 g/l. 

The copolymer obtained had a melt index (190**C) of 2.2 g/10 min, a density of 0.921 g/cm^ and contained 12% by 
weight of a structural unit derived from pentene-1. The ratio (RS) of impact strength to tear strength in the take-off 
direction of the said copolymer was 50 (impact strength = 3000 kg-cnn/cm. tear strength in the take-off direction = 60 
kg/cm). The Hh/HI ratio obtained from the DSC melt-peak pattern of the said copolymer was 0.65. 

< Preparation of composition > 

The above-mentioned copolymer in which the stabilizer had been Incorporated was pelletized by melt extrusion. A 
mixture of 95 parts by weight of the pellets thus obtained and 5 parts by weight of pellets of a high-pressure polyethylene 
(melt index 3.2, density 0.921 g/cm^) was mixed together by means of a V-blender. 

< Molding of film > 

Using a commercially available tubular film forming machine, the copolymer obtained above was molded into a film 
of 1B0 mm in width and 0.03 mm in thickness. The molding was carried out under such conditions that the resin tem- 
perature at the time of molding is ISO^'C. the revolution of a screw of the extruder is 60 r.p.m., a diameter of the die is 
100 mmo. the wkJth of the die slit is 0.5 mm and the one-stage cool-airing operation is conducted. 

< Evaluation of film > 

The molded film was evaluated to determine its tensile characteristics according to ASTM D 882, its impact strength 
according to ASTM D 3420, its tear strength according to ASTM D 1004 and its transparency according to ASTM D 1 003. 
Results obtained are shown in Table 1. 

Example 2 

Example 1 was repeated except that the composition to be prepared was designed to contain 90 parts by weight 
of the ethylene/pentene-l copolymer and 10 parts by weight of the high-pressure polyethylene. 
Results obtained are shown in Table 1 . 

Example 3 

Example 1 was repeated except that the composition to be prepared was designed to contain 80 parts by weight 
of the ethylene/pentene-1 copolymer and 20 parts by weight of the high-pressure polyethylene. 
Results obtained are shown in Table 1 . 

Example 4 

Example 1 was repeated except that the composition to be prepared was designed to contain 70 parts by weight 
of the ethylene/pentene-1 copolymer and 30 parts by weight of the high-pressure polyethylene. 
Results obtained are shown in Table 1. 

Example 5 

Example 1 was repeated except that an ethylene/pentene-1 copolymer obtained by varying the feeding rate of 
ethylene, n-pentene-1 and hydrogen was used, said ethylene/pentene-1 copolymer having a melt flow rate (190°C) of 
1 .6 g/10 min. a density of 0.927 g/cm^, the structural unit derived from pentene-1 of 9.2% by weight, RS of 41 .7 (impact 
strength = 2000 kg -cm/cm. tear strength in the take-off direction = 48 kg/cm) and the Hh/HI ratio of 0.67. 

Results obtained are shown in Table 1 . 

Example 6 

Example 1 was repeated except that an ethylene/pentene-1 copolymer obtained by varying the feeding rate of 
ethylene, n-pentene-1 and hydrogen was used, said ethylene/pentene-1 copolymer having a melt flow rate (1 90*^0) of 
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2.2 g/10 min, a density of 0.935 g/cm^, a structural unit derived from pentene-1 of 4.1% by weight, RS of 34 (impact 
strength = 1700 l^g-cm/cm, tear strength in the take-off direction = 50 kg/cm) and the HIVHI ratio of 0.73. 
Results obtained are shown in Table 1 . 

5 Comparative Example 1 

Example 1 was repeated except that a 
the procedure as described in Example 1. 
Results obtained are shown in Table 1 . 

10 

Comparative Example 2 

Example 1 was repeated except that a 
the procedure as described in Example 5. 
IS Results obtained are shown in Table 1 . 

Comparative Example 3 

Example 1 was repeated except that a film was formed from only the ethylene/pentene-1 copolymer prepared by 
20 the procedure as described in Example 6. 

Results obtained are shown in Table 1 . 

Comparative Example 4 

25 Example 1 was repeated except that the composition to be prepared was designed to contain 50 parts by weight 

of the ethylene/pentene-1 copolymer and 50 parts by weight of the high-pressure polyethylene. 

Results obtained are shown in Table 1 . 

Comparative Example 5 

30 

Example 1 was repeated except that a film was formed from only the high-pressure polyethylene used in Example 1 . 
Results obtained are shown in Table 1. 

Comparative Example 6 

35 

Example 1 was repeated except that in place of the ethylene/pentene-1 copolymer, there was used Ultzex 2020L, 
a product of Mitsui Petrochemical Ind.. Ltd. (see Notes below). 
Results obtained are shown in Table 1. 



Notes) 


Ultzex 2020L® (ethylene 4-methy-pentene-1 copolymer) 






Melt flow rate (190**C) 


2.1 g/10 min 




Density 


0.920 g/cm^ 




RS 


34.2 




(impact strength = 3400 kg-cm/cm. tear strength =105 kg/cm) 






Hh/HI 


1.4 



Comparative Example 7 

so Example 1 was repeated except that in place of the ethylene/pentene-1 copolymer, there was used Moatek 0234M, 

a product of Idemitsu Petrochemical Ind.. Ltd. (see Notes below). 
Results obtained are shown in Table 1 . 





Notes) 


Moatek 0234M® (ethylene/butene-1 copolymer) 




55 




Melt flow rate (190^0) 


2.25 g/10 min 






Density 


0.923 g/cm^ 



Continuation of the Table on the next page 



film was formed from only the ethylene/pentene-1 copolymer prepared by 



film was formed from only the ethylene/pentene-1 copolymer prepared by 
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(continued) 





RS 


19.0 




(impact strength = BOO kg-cnri/cm. tear strength = 42 kg/cm) 






Hh/HI 


1.8 



Comparative Example 8 

Example 1 was repeated except that in place of the ethylene/pentene-1 copolymer, there was used Moatek 0238N. 
a product of Idemitsu Petrochemical Ind., Ltd. (see Notes below). 
Results obtained are shown in Table 1. 



Notes) 


Moatek 0238 N® (ethylene/octene-l copolymer) 






Melt flow rate (IQO'^C) 


2.0 g/10 min 




Density 


0.923 g/cm3 




RS 


33 




(impact strength = 3300 kg-cm/cm. tear strength = 110 kg/cm) 






Hh/HI 


1.5 



20 

Comparative Example 9 

Example 1 was repeated except that in place of the ethylene/pentene-1 copolymer, there was used LLDPE FG 326, 
a product of Nihon Yunika K.K. (see Notes bebw). 
25 Results obtained are shown in Table 1 . 



Notes) 


FG 326® (ethylene/hexene-1 copolymer) 






Melt flow rate (igO^C) 


0.86 g/10 min 




Density 


0.923 g/cm3 




RS 


21 




(impact strength = 2900 kg-cm/cm, tear strength = 1 40 kg/cm) 





Only one melt-peak at 124**C is observed. 
Comparative Example 10 

Example 2 was repeated except that in place of the ethylene/pentene-1 copolymer prepared in Example 1 , there 
was used an ethylene/butene-1 copolymer prepared under the conditions mentioned below 
4Q Results obtained are shown in Table 1 . 

[Preparation of titanium catalyst component] 

The same procedure as described In Example 1 was repeated, except that the amount of Ti(OC2H5)4 used was 
45 changed to 0.54 mole. 

[Polymerization] 

The same procedure as described in Example 1 was repeated except that the titanium catalyst component obtained 
so above was fed at a rate of 0.50 mmol/h, in terms of Ti atom, the amount of ethylaluminum sesquichtoride used was 
changed to 21 .5 mmol/h, butene-1 was fed at a rate of 3.4 kg/h in place of the pentene-1, and hydrogen was fed at a 
rate of 7.3 l/h. 

The copolymer obtained has a melt flow rate (1 90'*C) of 2.0 g/10 min, a density of 0.921 g/cm^, RS of 20.5 (impact 
strength = 900 kg-cm/cm, tear strength = 44 kg/cm), and Hh/HI of 1 .9. 

55 

Comparative Example 11 

Example 1 was repeated except that in place of the ethylene/pentene-1 copolymer, there was used an ethylene/hex- 
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ene-1 copotymer polymerized under the conditions mentioned below. 
Results obtained are shown in Table 1 . 

[Preparation of titanium catalyst component] 

The same procedure as described in Example 1 was repeated, except that the amount of Ti(OC2H5)4 used was 
changed to 0.43 mote. 

[Polymerization] 

The same procedure as described in Example 1 was repeated except the titanium catalyst component obtained 
above was fed at a rate of 0.5 mmol/h, in terms of Ti atom, that the amount of ethylaluminum sesquichloride fed was 
changed to 1 7.2 mmol/h, hexene-1 was fed at a rate of 6.7 kg/h in place of the pentene-1 . and hydrogen was fed at a 
rate of 11.3 l/h. 

The copolymer obtained has a melt flow rate (1 90'C) of 2.0 g/10 min, a density of 0.920 g/cm^, RS of 33 (impact 
strength = 3300 kg-cm/cm, tear strength = 110 kg/cm), and Hh/HI of 0.82. 

Comparative Example 12 

Example 1 was repeated except that a film was formed from only the ethylene/butene-1 copolymer prepared by 
procedure as described in Comparative Example 10. 
Results obtained are shown in Table 1 . 

Comparative Example 13 

Example 1 was repeated except that a film was formed from only the ethylene/hexene-1 copolymer prepared by 
procedure as described in Comparative Example 11. 
Results obtained are shown in Table 1 . 



32 



EP 0 461 848 B1 



Tabl e . I 









Ethylene 


copolymer 




Pentene- 


-1 


Monome r 


Density 


Amount fed 


HPPE 










q/cm^ 




ATT\rMirit* "F *s H 


Ex 


. 1 




Pentene-1 


0 


921 


95 


O 


Ex 


. 2 




Pentene-1 


0 


921 


90 


10 


Ex 


. 3 




Pentene-1 


0 


921 


80 




Ex 


- 4 




Pentene-1 


0 


921 


70 


30 


Ex 


. 5 




Pentene-1 


0 


927 


90 


1 0 


Ex 


. 6 




Pentene-1 


0 , 


935 


90 


10 


Comp . 


Ex. 


1 


Pentene-1 


0 , 


921 


100 


0 


Comp . 


Ex. 


2 


Pentene-1 


0. 


927 


100 


0 


Comp . 


Ex . 


3 


Pentere-1 


0. 


935 


100 


0 


Comp . 


Ex. 


4 


Pentene-1 


0 . 


921 


50 


50 


Comp . 


Ex . 


5 








0 


100 


Comp , 


Ex. 


6 


4 -methy 1- 
pentene-1 


0. 


920 


90 


10 


Comp . 


Ex. 


7 


But ene- 1 


0. 


923 


90 


10 


Comp . 


Ex. 


8 


Octene-i 


0. 


923 


90 


10 


Comp . 


Ex . 


9 


Hexene-1 


0 . 


923 


90 


10 


Comp . 


Ex . 


10 


Butene-1 


0 . 


921 


90 


10 


Comp . 


Ex, 


11 


Hexene-l 


0. 


921 


90 


10 


Comp . 


Ex. 


12 


Butene-1 


0 . 


921 


100 


0 


Comp . 


Ex. 


13 


Hexene-1 


0 . 


921 


100 


0 



33 



EP 0 461 848 B1 



Moldability 
Width of 
vibration 
of bubble 


Narrow 
Narrow 
Narrow 
Narrow 
Narrow 
Narrow 


Wide 
Wide 
Wide 
Narrow 
Narrow 
Narrow 
Narrow 
Narrow 
Narrow 
Narrow 
Narrow 
Wide 
Wide 


Physical properties of film 


Blance between 
impact strength 
and tear 
strength 


-O X> T> -O 

o o o o o o 
o o o O o o 

O O C9 O C3 




Tear 
strength 
MD/TD 
(kg/cm) 


o .-H in o 
'5' T lD ^ ro 

^ \ \ \ ^ ^ 

m m t-i to in 
KO \o KO \r> \o ^ 


50/105 

69/139 

^9/133 

57/130 
120/100 
110/171 

40/123 
115/177 
135/205 

40/124 
120/195 : 

44/125 ' 
135/200 


Impact 
strength 
kq-cm/cm 


o o o o o o 
o o o o o o 
lo rn CM crv r- 

Og CNJ CNJ t-H i-H r-" 


ooooooooooooo 
oooooooinooooo 
o»— «r-inf-HT-HViDor-»^CDr-cn 

■■'*) CM i-H i-t ro .-H rO <N4 CM »-4 <Nt 


Classiness 


^ ^> g 1- 

cn 2 2 2 


inr^ootnoocoocNjf-HONin 


a: 


in CM V CO T-4 r- 

VD in ^ ^ VD VX> 






Pentene-1 


iH eg m in v£) 

X X X S< X X 

&] u pa u u cu 


r-«<NJfO'3'in'X)r^oocrkOiH<Njro 

f-t r-* f-» f-l 

xxxxxxxxxxxxx 
aaacuaaaaaoia^aa 

BBeBBBBBBBBBB 

ooooooooooooo 
oouuaoucjcjuuoo 



34 



EP 0 461 848 B1 



Example 7 

< Preparation of ethylene/pentene-l copolymer > 
[Preparation of titanium catalyst component] 

The same procedure as described in Example 1 was repeated. 
[Polymerization] 

To a continuous polymerizer having a capacity of 200 1 were fed continuously dehydrated and purified hexane at a 
rate of 100 l/h. ethylaluminum sesquichloride at a rate of 19.9 mmol/h and the titanium catalyst component obtained 
above at a rate of 0.50 mmol/h in terms of Ti atom. Simultaneously, to the polymerizer were fed ethylene at a rate 13 
kg/h, pentene-1 at a rate of 5.4 kg/h and hydrogen at a rate of 9.0 l/h, and copolymerization was carried out under such 
conditions that the polymerization temperature is ITO'C. the total pressure is 31 kg/cm^-G, the retention time is 1 hour 
and the concentration of the resulting copolymer based on the solvent hexane is 105 g/l. 

The copolymer obtained had a melt index (1 90° C) of 2.2 g/10 min. a density of 0.921 g/cm^ and contained 12% by 
weight of a structural unit derived from pentene-1. The ratio (RS) of impact strength to tear strength in the take-off 
direction of the said copolymer was 50 (impact strength = 3000 kg-cnn/cm. tear strength in the take-off direction = 60 
kg/cm). The Hh/HI ratio obtained from the DSC melt-peak pattern of the said copolymer was 0.66. 

< Preparation of composition > 

The above-mentioned copolymer in which the stabilizer had been incorporated was pelletized by melt extrusion. A 
mixture of 97 parts by weight of the pellets thus obtained and 3 parts by weight of polyethylene having a density of 0.955 
g/cm^ (melt index 6.0 g/10 mIn) was mixed together by means of a V-blender. 

< Molding of film > 

The same procedure as described in Example 1 was repeated. 

< Evaluation of film > 

The nnolded film was evaluated to determine its tensile characteristics, impact strength and tear strength according 
to the procedure as described in Example 1 . Further, antiblocking properties of the film obtained was measured in 
accordance with ASTM D 1893. 

Results obtained are shown in Table 2. 

Example 8 

Example 7 was repeated to prepare a composition, except that the proportion by weight of the ethylene/pentene-1 
copolymer to the polyethylene was changed to 95:5, and a film was formed by using the composition thus prepared. 
Characteristics of the film are shown in Table 2. 

Example 9 

Example 7 was repeated to prepare a composition, except that the proportksn by weight of the ethylene/pentene-1 
copolymer to the polyethylene was changed to 90:10, and a film was formed by using the composition thus prepared. 
Characteristics of the film are shown in Table 2. 

Example 10 

Example 7 was repeated to obtain a composition, except that an ethylene/pentene-1 copolymer obtained by varying 
the feeding rate of ethylene, n-pentene-1 and hydrogen, said ethylene/pentene-1 copolymer having a melt flow rate 
(1 90* C) of 1 .6 g/10 min, a density of 0.927 g/cm^, a repeating unit derived from pentene-1 of 9.2% by weight in terms 
of monomer, RS of 41.7 (impact strength = 2000 kg-cm/cm, tear strength in the take-off direction = 48 kg/cm) and the 
Hh/HI ratio of 0.67, and a film was formed by using the composition thus prepared. 

Characteristics of the film are shown in Table 2. 
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Example 11 

Example 7 was repeated except that there was used an ethylene/pentene-1 copolymer obtained by varying the 
feeding rate of ethylene, n-pentene-1 and hydrogen, said ethylene/pentene-1 copolymer having a melt flow rate (190°C) 
of 2.2 g/10 min. a density of 0.935 g/cm^, a repeating unit derived from pentene-1 of 4.1% by weight in terms of mon- 
omers, RS of 34 (impact strength = 1700 kg. cm/cm. tear strength in the take-off direction = 50 kg/cm), and the Hh/HI 
ratio of 0.73. 

Results obtained are shown in Table 2. 

Comparative Example 14 

Example 7 was repeated to prepare a film, except that only the ethylene/pentene-1 copolymer was used without 

using the polyethylene. 

Characteristics of the film thus prepared are shown in Table 2. 

Comparative Example 15 

Example 1 0 was repeated to prepare a film, except that only the ethylene/pentene-1 copolymer prepared in Example 

10 was used without using the polyethylene. 

Characteristics of the film thus prepared are shown in Table 2. 

r 

Comparative Example 16 

Example 11 was repeated to prepare a film, except that only the ethylene/pentene-1 copolymer prepared In Example 

11 was used without using the polyethylene. 

Characteristics of the film thus prepared are shown in Table 2. 

Comparative Example 17 

Example 7 was repeated to prepare a film, except that the proportion by weight of the ethylene/pentene-1 copolymer 
to the polyethylene was changed to 55:45, and a film was formed by using the composition thus prepared. 
Characteristics of the film thus prepared are shown in Table 2. 

Comparative Example 18 

Example 8 was repeated except that in place of the ethylene/pentene-1 copolymer of Example 7. an ethyl- 
ene/butene-1 copolymer polymerized under such condltbns as mentioned below was used. 
Results are shown in Table 2. 

[Preparation of titanium catalyst component] 

The same procedure as described in Example 1 was repeated except that the amount of Ti(OC2H5)4 used was 
changed to 0.54 mole. 

[Polymerization] 

The same procedure as described in Example 1 was repeated except that the titanium catalyst component obtained 
above was fed at a rate of 0.5 mmol/h. in terms of Tt atom, the ethylatuminum sesquichloride was fed at a rate of 21 .5 
mmol/h. butene-1 was fed at a rate of 3.4 kg/h and hydrogen was fed at a rate of 7.3 l/h. 

The copolymer thus obtained had a melt flow rate (190°C) of 2.0 g/10 min, a density of 0.921 g/cm^, RS of 20.5 
(impact strength = 900 kg cm/cm, tear strength = 44 kg/cm) and the Hh/HI ration of 0.35. 

Comparative Example 19 

Example 8 was repeated except that in place of the ethylene/pentene-1 copolymer of Example 7. there was used 
an ethylene/hexene-1 copolymer polymerized under such conditions as mentioned bebw. 
Results obtained are shown in Table 2. 
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[Preparation of titanium catalyst component] 

The same procedure as described in Example 1 was repeated except that the amount of Ti(OC2H5)4 added was 
changed to 0.43 mole. 

[Polymerizatjon] 

The same procedure as described in Example 1 was repeated except that the ethylaluminum sesquichloride was 
fed at a rate of 17.2 mmol/h. the titanium catalyst component obtained above was fed at a rate of 0.5 mmol/h, hexene-1 
was fed at a rate of 6.7 kg/h and hydrogen was fed at a rate of 11 .3 l/h. 

The copolymer thus obtained had a melt flow rate (190*C) of 2.0 g/10 min. a density of 0.920 g/cm^, RS of 33 
(impact strength = 3300 kg-cm/cm, tear strength = 110 kg/cm) and the Hh/HI ration of 0.82. 
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Example 12 

< Preparation of ethylene/pentene-1 copolymer > 
[Preparation of titanium catalyst component] 

The same procedure as described in Example 1 was repeated. 
[Polymerization] 

The same procedure as described in Example 1 was repeated except that the pentene>1 was fed at a rate of 2.2 kg/h. 

The copolymer thus obtained had a melt flow rate (190*C) of 2.2 g/10 min. a density of 0.935 g/cm^, a structural 
unit derived from pentene-1 of 4.1 % by weight. RS of 34 (impact strength = 1700 kg-cnrVcm, tear strength in the take-off 
direction = 50 kg/cm) and the Hh/Hl ratio of 3.4. 

< Preparation of composition > 

The same procedure as described in Example 1 was repeated except that a mixture of 90 parts by weight of pellets 
of the copolymer and 10 parts by weight of pellets of an ethylene/butene-1 copolymer rubber (melt index 4.0, butene-1 
content 1 2 moi%, Mw/Mn = 2.5, tensile modulus 300 kg-f/cm^, crystallinity index 23%) was blended in V-blender. 

< Molding of film > 

The same procedure as described in Example 1 was repeated. 

< Evaluation of film > 

The molded film was evaluated to determine its tensile characteristics, impact strength, tear strength and transpar- 
ency in accordance with the procedure as described in Example 1. Heat scalability of the filnn was determined in ac- 
cordance with JIS X 1707. 

Results obtained are shown in Table 3. 

Example 1 3 

Example 12 was repeated except that the proportion by weight of the ethylene/pentene-1 copolymer to the ethyl- 
ene/butene-1 copolymer rubber was changed to 80:20 to prepare a composition, and a film was formed by using the 
composition thus prepared. 

Characteristics of the film thus formed are shown in Table 3. 

Example 14 

Example 1 2 was repeated except that the proportion by weight of the ethylene/pentene-1 copolymer to the ethyl- 
ene/butene-1 copolymer rubber was changed to 70:30 to prepare a composition, and a film was formed by using the 
composition thus prepared. 

Characteristics of the film thus formed are shown in Table 3. 

Example 15 

Example 1 3 was repeated toobtain a composition, except that an ethylene/pentene-1 copolymer obtained by varying 
the feeding rate of ethylene, n-pentene-1 and hydrogen in Example 12. said copolymer having a melt flow rate (190^0) 
of 1 .6 g/10 min, a density of 0.927 g/cm^, a structural unit derived from pentene-1 of 9.2% by weight in terms of monomer, 
RS of 41.7 (impact strength = 2000 kg-cnrVcm, tear strength in the take-off directk>n = 48 kg/cm) and the Hh/Hl ratio of 
2.3, and a film was formed by using the composition thus prepared. 

Characteristics of the film thus formed are shown in Table 3. 

Example 16 

Example 1 3 was repeated except that there was used an ethylene/pentene-1 copolymer obtained by varying the 
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feeding rate of ethylene, n-pentene-1 and hydrogen, said ethylene/pentene-1 copolymer having a melt index (lOO'C) 
in Example 12 of 2.2 g/10 min. a density of 0.921 g/cm^, a structural unit derived from pentene-1 of 1 2% by weight, RS 
of 50 (impact strength = 3000 kg-cm/cm. tear strength in the take-off direction = 60 kg/cm), and the Hh/HI ratio of 1,5. 
Results obtained are shown in Table 3. 

Comparative Example 20 

Example 12 was repeated to prepare a film, except that only the ethylene/pentene-1 copolymer was used without 
using the ethyIene/butene-1 copolymer rubber. 

Characteristics of the film thus fomned are shown in Table 3. 

Comparative Example 21 

Example 15 was repeated to prepare a film, except that on the ethylene/pentene-1 copolymer prepared in Example 

15 was used without using the ethylene/butene-1 copolymer rubber. 

Characteristics of the film thus formed are shown in Table 3. 

Comparative Example 22 

Example 1 6 was repeated to prepare a film, except that only the ethytene/pentene-1 copolymer prepared in Example 

16 was used without using the ethylene/butene-1 copolymer rubber. 

Characteristics of the film thus formed are shown in Table 3. 

Comparative Example 23 

Example 12 was repeated to prepare a composition, except that the proportion by weight of the ethylene/pentene-1 
copolymer to the ethylene/butene-1 copolymer rubber was changed to 55:45, and a film was formed by using the com- 
position thus prepared. 

Characteristics of the film thus formed are shown in Table 3. 

Comparative Example 24 

Example 1 3 was repeated except that there was used Moatek 0234M, a product of Idemitsu Petrochemical Ind. 
Ltd. in place of the ethylene/pentene-1 copolymer of Example 12. 
Results obtained are shown in Table 3. 

Comparative Example 25 

Example 1 3 was repeated except that there was used LLDPE FG326, a product of Nihon Unika K.K. In place of the 
ethylene/pentene-1 copolymer of Example 12. 
Results obtained are shown In Table 3. 

Comparative Example 26 

Example 13 was repeated except that there was used Ultzex 2020L. a product of Mitsui Petrochemical Ind. Ltd., in 
place of the ethylene/pentene-1 copolymer of Example 12. 
Results obtained are shown in Table 3. 
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Claims 

1. An ethylene/pentene-1 copolymer composition comprising 

s (A) an Gthylene/pentene-1 copolymer obtainable by the copolymerization of ethylene and pentene-1 and having: 

(a) a melt flow rate as measured according to ASTM D 1 238E of from 0.05 to 50 g/10 min; 

(b) a density as measured according to ASTM D 1505 of from 0.88 to 0.94 g/cm^; 

(c) from 4 to 23 % by weight of structural units derivable from pentene-l ; and 

10 (d) In the case that said copolymer is subjected to cast molding to prepare a film having a thickness of 40 

ixm. a ratio (RS) of impact strength of the film to tearing strength of the film in the take-off directksn of the 
film which satisfies the following formula 

RS > -20 log MFR - lOOOd + 968 
wherein MFR represents the melt flow rate of said copolymer, and d represents the density ot said copol- 
is ymer; and 

(B) a high-pressure polyethylene, In a weight ratio (A:B) of 99:1 to 60:40. 

2. An ethylene/pentene-i copolymer composition comprising 

20 

(A) an ethylene/pentene-l copolymer as defined in claim 1 ; and 

(C) a polyethylene having a density greater than 0.935 g/cm^, in a weight ratio (A:C) of 99:1 to 60:40. 
2S 3. An ethylene/pentene-1 copolymer composition comprising 

(A) an ethylene/pentene-1 copolymer as defined in claim 1 ; and 

(D) a low crystalline or amorphous a-olefin random copolymer other than ethylene/pentene-1 copolymer, con- 
taining at least two types of constitution units derived from different a-olefins, 

30 in a weight ratio (A:D) of 99: 1 to 60:40. 

4. An ethylene/pentene-1 copolymer composition as claimed in claim 1 , 2 or 3, wherein the ethylene/pentene-1 copol- 
ymer (A) is obtainable by copolymerizing ethylene and pentene-1 In the presence of an olefin polymerization catalyst 
comprising 

35 

[A] a solid titanium catalyst component containing magnesium, titanium, halogen and an electron donor as its 
essential ingredients and obtainable by bringing (i) a liquid magnesium compound having no reducing ability 
and (ii) a liquid titanium compound and (iii) an electron donor having no active hydrogen into contact simulta- 
neously or sequentially, and 

40 [B] an organic compound catalyst component of a metal belonging to Groups I to III of the periodic table. 

5. An ethylene/pentene-1 copolymer copolymer composition as claimed in claim 1 . 2 or 3, wherein the ethylene/pen- 
tene copolymer (A) is obtainable by copolymerization of ethylene and pentene-1 in the presence of an olefin polym- 
erization catalyst comprising 

45 

a solid titanium catalyst component [A] for olefin polymerization obtainable by reaction of a hydrocarbon-insol- 
uble solid magnesium.aluminum composite selected from (A-i) or (A2) mentioned below and a tetravalent tita- 
nium compound, containing titanium atoms in a low valent state in the proportion of not less than 10%, and 
having OR group in an amount of from 1 to 14 in terms of OR/Mg (weight ratio; and 
so an organoaluminum compound catalyst component [B]; wherein: 

said (Ai) represents a solid magnesium.aluminum composite containing R^O groups and R^ groups (R"" and 
R2 are each a hydrocarbon residue) and obtainable from (i) a liquid magnesium compound formed from a 
mixture containing a magnesium compound and an electron donor or (ii) a liquid magnesium compound formed 
from a solution of a magnesium compound in a hydrocarbon solvent, and 

said (Ag) represents a solid magnesium.aluminum composite containing R^O groups and R^ groups (R^ is a 
hydrocarbon residue) and obtainable by reacting (a) a solid magnesium compound (B) containing R^O group 
or R^OH obtainable by (i) a liquid magnesium compound formed from a mixture containing a magnesium com- 
pound and an electron donor or (ii) a liquid magnesium compound formed from a solution of a magnesium 
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compound in a hydrocarbon solvent or (b) the above-mentioned (Ai) with an organometallic compound (C) of 
a metal belonging to Groups I to III of the periodic table. 

6. An ethylene/pentene-1 copolymer composition as claimed in claim 1, 2 or 3, wherein the ethylene/pentene-1 copol- 
ymer (A) is a copolymer obtainable by copolymerization of ethylene and pentene-1 in the presence of an olefin 
polymerization catalyst comprising 

[A] a liquid titanium catalyst component comprising a halogen-containing magnesium compound, oleyl alcohol 
and a titanium compound, and 

[B] a halogen-containing organoaluminum compound. 

7. A film composed of a composition as claimed in any one of the preceding claims. 

8. A film according to claim 7, wherein the film has a thickness of from 1 0 |^m to 3 mm. 

9. A packaging material which comprises a film as claimed in claim 7 or 8. 



Patentanspruche 

1. Ethylen/Penten-1-Copolymermasse, umfassend 

(A) ein Ethylen/Penten-1 -Copolymer, erhaltlich durch Copolymerisieren von Ethylen und Penten-1 und mit 

(a) einer SchmelzfluBrate. gemessen nach ASTM D 1238E, von 0,05 bis 50 g/10 min; 

(b) einer Dichte, gemessen nach ASTM D 1505, von 0,88 bis 0,94 g/cm^; 

(c) 4 bis 23 Gew.-% Struktureinheiten, ableitbar von Penten-1 ; und 

(d) wenn das Copolymer einem GieBformen untenA^orfen wird, zur Herstellung einer Folie mit einer Dicke 
von 40 fim, einem Verhaltnis (RS) von Schlagfestigkeit der Folie zu Rei3festigkeit der Folie in der Abzieh- 
richtung der Folie. das der folgenden Formel entspricht 

RS > -20 log MFR - lOOOd + 968 
wobei MFR die SchmelzfluBrate des Copolymers bedeutet und d die Dichte des Copolymers, und 

(B) ein Hochdruckpolyethylen in einem Gewichtsverhaltnis (A:B) von 99:1 bis 60:40. 

2. Ethylen/Penten-1-Copolymermasse. umfassend 

(A) ein Ethylen/Penten-1 -Copolymer nach Anspruch 1; und 

(C) ein Polyethylen mit einer Dichte > 0,935 g/cm^ in einem Gewichtsverhaltnis (A:C) von 99:1 bis 60:40. 

3. Ethylen/Penten-1 -Copolymermasse umfassend 

(A) ein Ethylen/Penten-1 -copolymer nach Anspruch 1; und 

(D) ein nieder-kristallinesoderamorphes statistischesa-Olefin-Copolymer, au3er Ethylen/Penten-1 -copolymer, 
enthaltend mindestens zwei Arten von Einheiten, abgeleitet von unterschiedlichen a-Olefinen in einem 
Gewichtsverhaltnis (A:D) von 99:1 bis 60:40. 

4. Ethylen/Penten-1 -Copolymermasse nach Anspruch 1 , 2 oder 3, wobei das Ethylen/Penten-1 -copolymer (A) erhalt- 
lich ist durch Copolymerisieren von Ethylen und Penten-1 in Gegenwart eines Olefinpolymerisationskatalysators, 
umfassend 

[A] eine teste Titankatalysatorkomponente, enthaltend Magnesium. Titan, Halogen und einen Elektronendonor 
als wesentliche Bestandteile und erhaltlich durch gleichzeltiges Oder aufeinanderfolgendes Zusammenbringen 
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von (i) einerflussigen Magnesiumverbindung ohne Reduktionsfahigkeit und (ii) einer fIDssrgen Titanverbindung 
und (Hi) einem Elektronendonor ohne aktiven Wasserstoff und 

[B] eine organische Katalysatorkomponente eines Metalls der Gruppen t bis III des Periodensystems. 

5. Ethylen/Penten-1 -Copolymermasse nach Anspruch 1 , 2 oder 3, wobei das Ethylen/Penten-Copolymer (A) erhaltlich 
ist durch Copolymerisieren von Ethylen und Penten-1 in Gegenwart eines Olefinpolymerisationskatalysators, umfas- 
send 

eine teste Titankatalysatorkomponente [A] zur Olefinpolymerisation, erhaltlich durch Umsetzung eines in Koh- 
lenwasserstoff unldslichen festen l\4agnesium/Alunninium-Verbunds. ausgewahit aus (A^) oder (A2), wie unten 
erwahnt, und einer vienA/ertigen Titanverbindung, enthaltend Titanatome in einem niedrigen Wertigkeitszustand 
in einer Mange von nicht weniger als 10 % und nnit einer OR-Gruppe in einer Menge von 1 bis 14 in Werten fOr 
OR/M9 (Gewichtsverhattnis) und 

eine Organoalumlnium-Katalysatorkomponente [B], wobei 

(A,) einen festen MagnesiunVAIuminium-Verbund bedeutet, enthaltend R^O-Gruppen und R2-Gruppen (Ri und 
R2 sind jeweils ein Kohlenwasserstoffrest) und erhaltlich aus (i) einerflussigen Magnesiumverbindung, gebildet 
aus einem Gemisch, enthaltend eine IS^gnesiumverbtndung und einen Elektronendonor, oder (ii) einerflussigen 
Magnesiumverbindung, gebildet aus einer Losung einer Magnesiumverbindung in einem Kohlen wasserstoff - 
losungsmittel und 

(Ag) einen festen Magnesiunn/Aluminium-Verbund bedeutet, enthaltend R^O-Gruppen und R^-Gruppen (R^ ist 
ein Kohlenwasserstoffrest) und erhaltlich durch Umsetzen von (a) einer festen Magnesiumverbindung (B), ent- 
haltend R''0-Gruppen oder R'lOH-Gruppen, erhaltlich durch (i) eine flussige Magnesiumverbindung, gebildet 
aus einem Gemisch, enthaltend eine Magnesiumverbindung und einen Elektronendonor oder (ii) eine flussige 
Magnesiumverbindung, gebildet aus einer Losung einer Magnesiumverbindung in einem Kohlenwasserstoff- 
losungsmittel oder (b) dem oben erwahnten (A^) mit einer metal iorganischen Verbindung (C) eines Metalls der 
Gruppen 1 bis III des Perbdensystems. 

6. Ethylen/Penten-1-Gopolymermasse nach Anspruch 1, 2 oder 3. wobei das Ethylen/Penten-1 -copolymer (A) ein 
Copolymer ist. erhaltlich durch Copolymerisieren von Ethylen und Penten-I in Gegenwart eines Olefinpolymerisa- 
tbnskatalysators. umfassend 

[A] eine flQssige Titankatalysatorkomponente, umfassend eine haiogenhaltige Magnesiumverbindung, Oleyl- 
alkohol und eine Titanverbindung und 

[B] eine haiogenhaltige Organoaluminiumverbindung. 

7. Folie aus einer Masse nach einem der vorangehenden AnsprOche. 

8. Folie nach Anspruch 7, wobei die Folie eine Dicke von 10 ^m bis 3 mm besitzt. 

9. Verpackungsmaterial, umfassend eine Folie nach Anspruch 7 oder 8. 



Revendications 

1. Composition d'un copolym^re 6thyl6ne/pent6ne-1 comprenant 

(A) un copolymdre 6thyldne/pentdne-1 que Ton peut obtenir par copolymdrisation d'^thyl^ne et de pent6ne-1 

et ayant 

(a) un indice de fluidite k chaud mesurd selon ASTM 0 1238E compris entre 0,05 et 50 g/10 min. 
(d) une masse volumique mesurde selon ASTM D 1505 comprise entre 0,88 et 0.94 g/cm^, 

(c) de 4 ^ 23 % en poids de motifs constitutlfs d^rivds du pentdne-1 et 

(d) dans le cas ou ledit copolym^re est soumis ^ un moulage par coulde pour la preparation d'un film ayant 
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une epaisseur de 40 fim, un rapport (RS) de la resistance aux chocs du film d la resistance d la ddchirure 
dans la direction du d6collement du film qui satisfait la formula suivante 

RS ^ -20 log IFC - 1000d + 968 
ou IFC repr^sente I'indice de fluidity k chaud dudit copolymdre et d reprdsente la masse volumique dudit 
copolymdre, et 

(B) un polyethylene haute pression, en un rapport en poids (A/B) compris entre 99/1 et 60/40. 
Composition d'un copolymere ethylene/pentene-1 comprenant 

(A) un copolymere ethylene/pentene-1 defini dans la revendication 1 et 

(C) un polyethylene ayant une masse volumique supeheure ^ 0,935 g/cm^ en un rapport en poids {A/C) compris 
entre 99/1 et 60/40. 

Composition d'un copolymere ethyiene/pentene-1 comprenant 

(A) un copolymere ethyiene/pentene-1 defini dans la revendication 1, et 

(D) un copolymere statistique faiblement cristallin ou amorphe ^ base d*a-oiefines autre que le copolymere 
ethyiene/pentene-1 . et qui contient au moins deux types de motifs constitutifs derives de differentes a-oietines, 
en un rapport en poids (A/D) compris entre 99/1 et 60/40. 

Composition d'un copolymere ethytene/pentene-1 conforme e une des revendications 1 . 2 ou 3 dans laquelle le 
copolymere ethylene/pentene-1 (A) peut etre obtenu par copolymerisation d'ethyiene et de pentene-1 en presence 
d'un catalyseur de polymerisation d'oiefines comprenant 

[A] un composant de catalyseur solide k base de titane contenant, comme ingredients essentiels, du magne- 
sium, du titane, de I'halogene et un donneur d'6lectrons et que Ton peut obtenir en mettant en contact simulta- 
nement ou successivement (i) un compose de magnesium liquide non reducteur, (ii) un compose de titane 
liquide et (iii) un donneur d'electrons ne possedant pas d'atome d'hydrogene actif, 

[B] un composant de catalyseur a base d'un compose organique et contenant un metal appartenant aux groupes 
I ^ III du tableau periodique des elements. 

Composition d'un copolymere ethyiene/pentene-1 conforme e la revendication 1 , 2 ou 3 dans laquelle le copolymere 
ethyiene/pentene-1 (A) peut etre obtenu par copolymerisation d'ethyiene et de pentene-1 en presence d'un cataly- 
seur de polymerisation d'oiefines comprenant 

un composant de catalyseur solide k base de titane [A] pour la polymertation d'oiefines que Ton peut obtenir 
par reaction d'un compositede type hydrocarbure-magnesium solide insoluble-aluminium choisi parmi (A^) ou 
(A2) definis ci-dessous et d'un compose de titane tetravalent contenant des atomes de titane k faible valence 
en une proportion au moins 6gale ^ 10 % et ayant des groupes OR en une quantite comprise entre 1 et 14 en 
termes de rapport en poids OR/Mg, et 

un composant catalytique a base d'un compose organoaluminique [B] dans lequel 

ledit (Ai) represente un composite de type magnesium solide-aluminium contenant des groupes R^O et des 
groupes R^ (Ri et R^ 6tant des residus hydrocarbones) et pouvant etre obtenu k partir (i) d'un compose de 
magnesium liquide forme e partir d'un melange contenant un compose de magnesium et un donneur d'eiectron 
ou (il) e partir d'un compose de magnesium liquide forme k partir d'une solution d'un compose de magnesium 
dans un solvant hydrocarbone, et 

ledit {A2) represente un composite de type magnesium solide-aluminium contenant des groupes R^O et 
(R^ etant un residu hydrocarbone) et pouvant etre obtenu par reaction (a) d'un compose de magnesium solide 
(B) contenant des groupes R""© ou R'lOH pouvant etre obtenu k partir (i) d'un compose de mangn6sium liquide 
forme e partir d'un melange contenant un compose de magnesium et un donneur d'6lectrons ou (ii) k partir 
d'un compose de magnesium liquide forme k partir d'une solution d'un compose de magnesium dans un solvant 
hydrocarbone, ou par reaction (b) du composant (A^) ci-dessus avec un compose organometallique (C) d'un 
metal appartenant aux groupes I e III du tableau periodique. 

Composition d'un copolymere ethyiene/pentene-1 conforme a une des revendications 1 . 2 ou 3 dans laquelle le 
copolymere ethyiene/pentene-1 (A) un est copolymere que Ton peut obtenir par copolymerisation d'ethyiene et de 
pentene-1 en presence d'un catalyseur de polymerisation d'oiefines comprenant 
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[A] un composant de catalyseur liquide d base de titane comprenant un compost de magnesium contenant de 

I'halog^ne, de Talcool ol6ylique et un compost de titane, et 

[B] un compose organoaluminique cx)ntenant de Thalogene. 

Film compos6 d'une composition conforme ^ une quelconque des revendlcations pr6c6dentes. 

Film conforme ^ la revendicatron 7 dans lequel le film a une epaisseur comprise entre 10 ^m et 3 mm. 

Mat^riau d'emballage comprenant un film conforme k la revendication 7 ou 8. 
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